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1%, 0. 0 5 % , & 0 . 0 1%m>^ftfr<9ffi<DSWNT#3ft£#&iIi:tfT*#3o 
[ 0 0 2 2 ] 

I IRttTtt, 2tliU±©iOll 4t^tfaSffl7-f;l/i,l 0 (01) « 7 

-iWUAl 0 <Dftm 1 2{C£D£}#$ftfcl<@W±<D ;: Fji^igU 6 f 07 Y ^AO 1 fflW 40 

±<0B«^igUcswNT£ilra*.5;:i:f£:<fc9 s wn T^s^t&i: t^ff?, c eoif^t 

a, i m&,±<o^mm.mm i 6tt7^vii o ©ttffi 1 8©'>*<i:t-gp?:^^-r5c: 

[ 0 0 2 3 ] 

gij © ffi *8 T* fct , 1M1X10I2 2t ll«±Offi(Oi2 4%tdaSffl7^;l/i»2 0 ( 
02) tt7-r;l/A*it©rt» (0!Ut;?Jl2 2& tf2 4<Dig) 01<iJ-X±<D^a^S«l 6 
f©7^;l/A©iltt±OliR®«(cSWNT^liD^5i:i:(c < !;0 SWNTtfS^tOi: 
£ ft T* # 5 „ 
[ 0 0 2 4 ] 

^fncittTt, i ««Jt©*a!8«« i 6 « ( iiu±o7i«ii««)iifi:i l 50 
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fli*tf»Rrffitt2i! u v-) £ (liHic^iiiiiwiKciLT) *fiinsfcGtt-r 

[ 0 0 2 5 ] 

I fflW±©^&Sg!Slt£ l 6 ti K 7 h , XMJy/, X«7 W /I/AttJf l 2 <D*ffi l 8 £ 
ffiSfiigf&#£J&fiKf 5 fctf><DflScDJ&# £ f 5 C £ #T-£ 3 » l fl J-X±<0^il^fi$ l 6 

f 5 J: ? fcw*.tf rgigijj (En^Bi»jffi©^ffl) fc<k o >i/ Afl.® ct£»-r 5 C tft* 10 
tSoZg^^^^^-rSfe^tWffl^BlgiJffitLTttSIIWfc^ttcOWBiJSOlfflWi^ 

^tfe>n, eimf u -ygiRij, v^ZTmm. 7u*vai8U, u-)imwi. 

[ 0 0 2 6 ] 

fl.JBK*£8Lfc*a«S«i 6(if©i> SWN T *^«j*a«««e iffltt±of*ip 

£5„ WAtf, BlBflH^tc 7 ;!/ K^mmt %> c £ tc «fc 0 0i»JH«^ rh77/8i»U f 
5ili:^ft5(0t^<PS(c, ^iIJkM 1 6 & 7 J )VK^m\c 3a 0 b =7 -y ?* S C £ 
A'TJS. 20 
[ 0 0 2 7 ] 

BttftS 5 , 1 1 0, 530 *t (Havens) K IE Sc S ft T <^ 3 <k ? fc: , * U 

oiiKiio/OK («!*.(* rjgj x« ri/->j ) <Dfcm£t% c ti't-t 5 D c«D<k 

> H it jg K 7 -f ;l/ A B « Si cd ft gp T* t, H 3 T* t, <}: t> . 
[ 0 0 2 8 ] 

a*ffl7^^Aa:7Y^/A©jBBr#Uv - 1 0 0g»gPSfc94>&< fc t> » 0 . 0 0 1 
, 0. 0 0 5 , 0. 01, 0. 05, 0. 1 , 0. 5, 1 , 1. 5 , 2 , 2. 5, 3, 4 
, 5, 8, 10, 1 2 , 1 5 , 20, 25, 30, 3 5,Rtf4 0fi*g&<D^-fttfr©fi 30 
©SWNT«8*ttfCti^f 5, 7Y*Att7^^AO»R*U7-l 0 0 JtfigiSlS 
fcOI*» 5 0 , 40, 30, 2 0, 15, 10, 8, 6, 5, 4, 3, 2, 1, 0. 5 
, 0. 1, 0. 0 5 , 0 . 0 1 iigPO^f n^OiiiD S WN T#fi^tif c t^T* 

#«. C©/<7^:7©±M«J±tt«KffiSraj£»»;J?U-* , -«D 1 lltt± 1 00113! 

•cwrsswNTttsoaaaJtLTfejafflfscfc^TftrSo 

[ 0 0 2 9 ] 

7-f/l/AOli (fflxfcf&MBSJl) lia8ffl7Y*iK6»J5SWNTttfi«!)tlffl 
^I(Clt'>4<t{»«)5 0 , 60, 70, 80, 90, 95, 9 9fiffi%©^-fttfr© 

© 1 g«MfcaSffl7 * /I/ A©8J**3SK: L T«*#J 5 0 , 4 0 , 3 0 , 2.0 , 1 5 , 1 40 
0, Rtf 5%0^fftfr<D5^$Ol&^tOi:t^T^5, 
[ 0 0 3 0 ] 

(&E) 3£Bt@&tf/X(i S WN T*f»*-atr»tt7 iI//»OWJB fc* S C £ffT*% Z 
• »fB7-f*AO r^osigj (BP^7-f ^-^©fl-ffiflfcfa < ck r> tens 

XttSttinftni) TtiVL, 7^AO rrtfflJUj (HPS 7 * ;U A&^ty * 
^©rtffl*.A < «k 5 KSISXtt»tf-<£*lfcfl-JB) T-fc<fc^ 0 7 * ;UA AM Jg Lfrt * ftl^ 
®^fCtt, C© 1 /!£ rjr{.@j t^ft-Tilt^T'^So IKI&tf/xaSWNTttS^ 

^tyga^-r/i/AWrtHft^LrtgPST-tJ;!,^ 7^;i/A©rt®ftt/^LrtgpS{i7f^A 

[ 0 0 3 1 ] 50 
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yv-£^$&^i^7^/UA£j±i&LT#yv-£#i£j7'<- ji L.<D<&%.%.wmi®&*% 

[ 0 0 3 2 ] 

v-*-»ft:KjRic*j»7?fe*Ji^ictt, r-mitmm&wix y v-j 

tcti'T-t §„ *«#y v-#***fcW»T*s»£i«:tt % atw*y v-a r*8» 
a k * u t - j t*5t<:t!ti'ff 5o ia©*tt©^y*-fcLT#»aatK#y"T-. 

2i?yv-tf-»fcKJ|8fcfc*ra&!8:iI£t,ifc»K <: © * 3 4«£lc**ra--Jl« y v-*RMSfc 
C 0 0 3 3 ] 

fc»e + »ft*©itiJW±oaBf#yv-*^tr7-f^A©ijiw±*«f3£»(tk:>f"r* 

riKU t»4tCtffT*«. 7-f Ai*>l|l|T*0, llttiOlKW-t* 20 
[ 0 0 3 4 ] 

J55 0%> 60%, 70%, 80%, 90%, 95%, 97%, 9 8%, 99%, SO* 9 
[ 0 0 3 5 ] 

7-r;PAXttjS»rSttjll»f^yv-<D7UyK^©2au±©jgBf#yv--%-&tfCi: 

-, Rtfil>4 < 3 tt©at»f# y V-Sfroc A«-p*So 7 * )V A-Xtt&KJIIj: (7 30 
^;l/AX{±S»fH©a»^*fCLT) '>4<t^40%, ^ft<H^5 0%, < 
tt»60«, ^»<ttt570% 1 ^%<tfe^80%, 4>&<i:fe&90%, 4> ft < 
tt»95», &Cftul2i»<l©^-rn^©tfHffiH (ffl*tf&6 0~ft8 0%) (D^ftl 

fr©«©!U i y v-%#t? d i: 1 5„ 7 ;v AXitmmmit (7^lx» 

5i»r»©lia«:a(cbT) i& 6 0 %*i$, & 5 0 %*S§, & 4 0 %*ii8, 3$ 3 0 %*ig, 

& 2 o %**$, o%*is, ®5%*m. R^Huia»i[©^-rn^©ffiffl$Effl («* ar 

ft 2 0~H40%) ©^•fftfr©ffi©Sg2(D&W#yv-;&-&tyci:#T*#;5o 7 /W A 
XttiSBrJf ti (7-r;l/AXfiji»iffl©fi«^SfcLT) ft 6 0 %*r8, ft 5 0 %*ii, ft 

4 0 %*$t, ft 3 0 %*)IS, ft 2 0 %*St, ft 1 0 %*SS, ft 5 %*ig, &tf Huf23&ffi© 

t^f n^© tffffliSH ( m f£ ft 2 o — 4 0%) ©^-rti^©a©s 3 ©aei^ y v-?r 40 

[ 0 0 3 6 ] 

-Mitmm. X«7kf^2!»r # y v-) O^IH*lKLt'>4<i:t$!)5 0 , 6 0 , 7 
0, 8 0, 9 0, 9 5, Stf9 9ll%0^f n^CiOSSr^^v- ( 0« x. (£ g? fil , ~ 
afcRSR, Xtt*i«8iii!'j7-) mcitfTSS. 

[ 0 0 3 7 ] 

&mm&'}>%; < t $>® 0 . 0 5 5;K 0. 15/1/, 0. 2 5/1/, 0. 2 5 5;!/, 0. 3 

5 /P , 0. 355;!/, 0. 4 0. 455;!/, 0. 5 5;K 0. 6 i;K 0. 755 

;!/ , 0 . 8 5/1/, 0 . 9 5;k 1 5 ;l/ , 1 . 2 5/1/, l . 4 5/1/, R 1 . 5 5;K0^f 50 
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n^OIJ tt5Ci:^T-t5„ llrItii55 5;K 4 5 ;K 3 5;K 2 5 )l , 1. 55 
/K l. 2 5/1/, &tfi3;l'£ffi0i^t°ttfr0J9££-*-£<:£tf?&$ e 
[ 0 0 3 8 ] 

ftSWKlgjiBi^ U Ltliif |/^/e^*7;l,a-;^ # 'J v- ( TEVOH 

j ) , 4?'JtT^;l/7;l/n-;l/ ( rpvOHj ) , & ft e x y x y # y v T ( rpvdCj 
) , #'J7;Hl/V*-#*-h, #'JiXf;l/ (DAtfPET, PEN) , *'J7*!J 
O-h'M ( rPANj ) , Rtfj|?>J75 KA<fJf5n3„ 
[ 0 0 3 9 ] 
E V O H 

tffl%l^l/>/lfz^7/l/3-;l/3^ , J7- ( TEVOHJ ) f± #J 3 2li%> X « 10 

< £ $>m 2 o 25ii%> Rtf 3 o a*%«oi/^ ftii'oif uvsm t -r 5 

C i: i' t* t 5 o EVOHIi|*J540lI%, 3 511%, aif3 3M%Olf^n*>0 
if UytittSCttf-eSS. EVOHiLTtiSHtXttJjPTkttfgx^Uy/g'E&e 
-/l/nln-A^tfen, < t 5 0 %Rtf 8 5%<D^-fnfr«Qi!jP7K#l5?g£S> 

[0 0 4 0 ] 

P V d C 

i&ft ex y -r y v- ( rpvdcj ) tasfkerufy^ttts^uv-xii 

n^U-7-^««L, EP ^ , & ft If x y -r > (CH 2 = CC 1 2 ) A^li?n5€/v 
-ffit, ct yi&fttfx;!,, X^Uy, MfcTx;i,, 7^ 'J D - h <J;P, &t>* 20 

£ ) 7^<J*I<DC i - C , 2 7 ;^;HXt* (00*. fcf , 7 * U /US* 7 * U A/ 

^iftts. ♦ wain'ttfli-r* r (;*.*) 7*y/i/»j t it r ? y /Pisy/xtt * * 
* U;H©W#*«i«U, r (**) 7^'J^ifij i: «7 * y timt&t ^ * * y *fttt 
OM#?:S«-r5o PVdCOltlTlilftlfi'Jfy^tiK'Jv-, Sfcif-ijfy 

/(gfte.^;i/3^>jv- ( rvDC/vcj ) , mke^i;f^/7^')^SI^f;i/3^ 
y v - , « ft t - y x y / 7 9 u /i> m x ^ ;i/ 3 # y v - , & ft tr x y > / * $ 5 y a, m 
xf^niHUY-, fifte-'Jfy/^J^H^;^*^-, i£ ft e x y 7* y / 

7 * y D x h y ;l/n # y v-, &tflgft tTx y -7 V/*»exA,=i # y v-A^tf f,ns 30 

o 

[0 0 4 1 ] 

Wffl&PVdC£LT«i§ftexyx:y^/V-#'>&<£&Sft7 5. & 9 5 , S 
ISM*® 9 8li*Oti!))!)'f(f5n5o tHSPVdC C«^lf7T77Xi7*->3 

A">4< ttl>l5ii%, 1 011%, &tf 1 5H%O^fn^T*$0, &tf/X«« 
2 5 fiffi%, 2 211%, 2 011%, Stfl 5li%©^f n*T'fe5fe<DA^(f 

[0 0 4 2 ] 

Wfflfc P V d C t LTIillfl^^fl (M w) tf'PK < t 1 0 . 0 0 0 , 5 0, 40 
000, 80, 000, 90, 000, 100, 000, 111, 000, 120, 00 
0, 150, 0 0 0 , Sff 1 8 0, 0 0 0 ©^fh^T'$D. 1^8 1 8 0, 000, 1 
70. 000, 160, 000, 150, 000, 140, 000, 100. 0 0 0 , R 
If 5 0, 0 0 OO^f n^T-feSiOtff tf ^tl5o fli^PVd CtLTfiMCttlf 
^ 1 (Mv) B4<tt»l 3 0, 000, 150. 000, 170. 000, 2 
00. 000, 250. 0 0 0 , Stf 3 0 0, 0 0 0 (OV^f tl*'T'J& 0 , 1^^3 0 0, 
000, 270, 000, 250, 000, & 0 2 4 0 , 0 0 0 1* *l & 5 <D # 

[ 0 0 4 3 ] 

p v d c z$;ts&mmwimitmic®&fem cw*tfx3i?*<>ft*5Wi*©Jtt{i:*ji8x t> 50 



JP 2005-200635 A 2005.7.28 



[ 0 0 4 4 ] 

*'J75F 

If 6*1*. Wffl4d?'J75 FiLT(iii)i6i*'J75 K £M«/5?S&#y 
[ 0 0 4 5 ] 

#VT$\*Z&m?Zrcib<Dftmm%:mmtei?7S.>tLT&3.: H z N (CH 2 ) „ 
N H 2 n « 1 ~ 1 6 (Dg&T*&3) ^tOtOi'ftf etl5„ ftiitLtab 10 

, ^f*^f l/>*;75 6tl5o ftiW%^SS^75VtLTIip-7i 

-l/>^7?y> 4, 4* -^75/>?7i-;H-f^, 4, 4* - >* 7 ^ 7 >* 7 x - 

;l/ X ;l/ * > , 4 , 4 ' -•77$;y7x-;l/x^vtff ifen?. ft m m & 7 /I/ * ;l/ fb 
75>i:LT(i2, 2-^*^;l/^y**^U>i?7 = y, 2, 2, 4 - h 'i^f + 
f- )sy*J7 5 Stf 2 , 4, 4 - h U tV-flfO* *?-l*W7 = V##Mf 5> ft 3 
o f^i654IlS^7 5yi:LT{ii'*7 5 7v f ->i'D'\ + >';M^y^f^5n5o ffl© 
tJB4i''75>tlT(i'N/^^fl/y> ! 75y > J -f * f- U y i? 7 5 > mitm if 6 ft 5 

20 

[ 0 0 4 6 ] 

^U75K^Sjl1-3fe*Of^*W*-Ki:LTa-«g:3S: H00C-Z-C00H ( 

t T* t 3 3Uf e>ttS„ LTttTSJeVa, ■fe/^yH, 

f^i/'^S, kT^y.y», X^iJVS, 7-tf7-T>^, KfAV^^VS, 

[ 0 0 4 7 ] 

^tscti't-f 5 0 i i«iof7 5 >t i m&±(D~m<DW.ffi'e[ic& o j^fig-r s c t 30 

tf-etsaoftS»#'J75Ki:lTtt*'J ('\*t^l/>7-;A5F) (r-J--fp> 

-6, 6j ) > #y (A + ^^fi/y-b; 1 !*??) ( r + 4 p y- 6 . 1 oj )', *'J ( 
'\7"^fi/>t!^75F) ( rt^D>-7, 7j ) , # y (tn^tf i/yxt?; 
H ) ( 8J ) , #!) h + I/y7*55F) ( rt^fuy-6, 

9J ) , #y (/^-^^uy7-if7=K) ( rt^ay-9, 9 J) , #y (t^^U 
> 7 -tf 7 5 K ) ( rt^fny-l 0, 9J ) , # 'J (f F7>tf l/>^75y-3-j|i 
) ( r^-^p>-4, 2J ) „ n- FfAy^+yKt'N + D-^f l/V->*75y(D!j?'J7 
SF ( rt^f0y-6, 1 2J ) , Ff*^f Vy->*7 = Vtn-Ff Ayi'tyi©^ 

y 7 = k ( r*-r p y- 1 2 , 1 2 j ) m<ommm# y 7 = k# *»f ^ns 0 

[ 0 0 4 8 ] 40 

Rmm%mffim/y$wm#v 7 5 k t ut«* y (fF7^f u>i/*7 = y-3-^y 

(r^^ny-4, Ij ) , l/>-fy7#*75K ( rt-fn 

>-6. IJ ) , l'jA+t^UyfU7^1'7=F ( tj ) % sH y 

(2. 2. Z-F^f^K + t^Vyf l/7?^7? F) , # y ( m - * ~> U > 7 ^ 

'UF) ( rf/f ay-Mx 0, 6 j ) , # y (p- + yuy7-y/^F) > * y ( ^\ * 

*^byfl/7?;l'75F) > # y (Fr*^f l/yfl/7?;l'75F) , Stf^'J7 
5F-MXD, I « If 6 4l 3 . 
[ 0 0 4 9 ] 

liKJ:©7S 7 &<DffilS£-f;: J: yMr3C£tfT-££S<Dft*«#y7 = Fill 
■tt#»J (4-75/iSI?) ( rt^oy-4.j ) , 4?y (6-757'N + ^yS) ( r-j- 50 
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^oy-6j x(± r#<j j ) , 4?y ( 7 -7 5 /^7* ( r^- 

Jny-7i ) , 4?'J (8-7;y*^^>|) ( rt^D^-8j ) , #y (9-75 
( rt-fnv-9j ) , 4? V (1 0-75yxA>S?) ( r + * a y - I 0 
J ) , 4? 'J (1 l-7 = y^yr*y|S?) ( rt-fny-i ij ) , (i 2-7 

$ / Kfjijys) ( rt-fpy-i 2j ) #*if6ft*. 

[ 0 0 5 0 ] 

4? y 7 = > t UTttV ±124? U 7 = FO^-f tl^^HifiV 5 fci&K:<£ffl «ti« 
* / - © ffi^ -fr K £ -3 < 3 4? y v - # #s 6 *u t-fDV- 
6/6, 2, */U7??A/'\^t^l/y7^ 

;<SH3*!)T- ( 6 / 6 J ) , a^^^^ i/VTv'*^; K/*/n7 10 

^An^ijT- ( rt^ny-6/6, 6j ) , h y * * b y 7 5> 5 F / 's * * * 
l/V7t*7^7U'3#yY- ( rt^DV-h'J^f;K, 2/6. 2J ) , '\*?* 

>-6, 6/6, 9/6J ) , A^t^l/VT'^/UF/A^D-^f 1/V^V7^*7 
( Tf>/D>-6, 6/6. IJ ) , A*t^l/y7i?^5F/'N*t^?-Uyf 
l/7^*75F ( rt-fny-6, 6/6. Tj ) , T/6. L t-fa 

>-6/MXD, T/MXD, I, t-f0>-6, 6/6. 10, Sfft-fOV-6, I 
/6, T#*tf6tl*. 
[ 0 0 5 1 ] 

Iffl^*aT'(±-lC3#'JV-0«ftT*BX7-y>a ( r/j ) CiCn^'jY-C 20 
±*»*B«-r**«, *W«l*TH:«fK:JgSU4^IB»). X =7 v i/ =l (O m tc mt&t 5 f&ft 
tt^f Lt.±ric7>t*tt4l<\ «itf, * IH SB « T* 14 ft fc lg £ L ft V* IB 9 „ 
/6. 6J i: r^-/Dy-6. 6/6J «ig-S©:3#y75F£lci*-fSt>cDfc#&-f 

[ 0 0 5 2 ] 

#y 7 5 Kn^iJ^-Bn^'Jv-Cfeysi^iD^'jv-fli (Wlxlfn^ij v-t 
a y - 6 , 6/6tc^lt54?yv-*{Si:bT©'\*-y/f-b>'7^A=F) £ iJ> ft < 
i: & & 5 0 % , ifc^6 0%, 4>&<&fc»70%, '>ft<i:t>&8 0%, <!> ft < 

£ & 9 0 %, SO'Buffi^fiO^-fn^O^F^iSH (M ^. ^ 6 0 ~ *5 8 0%) O^f tl 
*><Dt;l/S^$T*-g-ty d £**T-£, 3*y-7-lcfeW5H2#BO^y v-#fi (Ixtf 30 
3#y7-t^ny-6. 6/6tfett5^'J?-#fiHtfflA7'a7Mi) £ £j 5 
0 %*i8, 154 0%*1, & 3 0 3$ 2 0 %*$t, & 1 0 StftufEM© 

^■fti**©* WASH (09*. fcf & 2 0 ~$5 4 0 %) ©<^-f tifr ©*;bW#^T*^£y c i; 
H, 

[ 0 0 5 3 ] 

*S4*'J75 Ft UT(±mM^ffl*#T*#S,i:itSStt-r § *>©£:LT&tf/Xf±* 

p n Da8i7^;i/AT*iffit5t<f)tLTfiiMii (ttx.a*Hftaex&ja) fc^o 

[0 0 5 4 ] 

4? y x x r ;U 40 

Sfflft^'JiXr^tUtt, 1) ^'gtl147j;l/45>g?i:^^tl1t7;Un-;l/«Di^-a- > 

2) t Kd*-> *;i/#>i?©M£, Rtf3) S«ixf^ (IMx{f77 h>) ©fi£-tc 

[ 0 0 5 5 ] 

«a«^Wffitt*^4^>i?(&a*il7j<^^^^;l/XX7 1 ;l'^<D*^xX7 1 yl/^©^^^ 

7$>e>fc, 7-t?^yiK -tr/s^vl?, «ifc, h'fAyzi, l 

, 4-i'^n'\ + ^y-yA;l'#vi > 4-*/ta'\*?yi;j])i,#ymx. 
X-r;b, 7->*tf i^lf6tl5o Wffl * A rt> 4? > & i: L T «M E 4? y 7 5 50 
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K<DJRT-±& Lit t> <DWmif <btlZ a 3 $#lc 9 , *';iXf*tt*ttfi** 

[ 0 0 5 6 ] 

r. i, 3-7*5/5?*-*, l. 4 -7*:/ ->**-;!/, 1. 4 

- i/ * u + V * / 2, 2 - f ;t/- 1 , 3-yp^V->**-;K 1. 6 

-'n*-?:/^ *-;]/, # y (fh7tFn*-» - l , l ' -e7i^;K l . 4 - K 
P*/>\ Stf If X7x7-;l'Al|(D2«7;l/3-;l/ (& tf fc? X 7 x 7 - /I/) 
5o 

[ 0 0 5 7 ] 

ftiWt Kn + ->A;^yi&(f 7^ f LTIi 4 - t Kd^->SIJ 6-tF 
[ 0 0 5 8 ] 

U7^1/-h) ( TPETJ ) , (7"f l^yfl'7^l/-h) ( rpBTj ) > Rlf 

# y (if t/yt7^i/-h) ( tpenj ) /ciifetis, ^'jixf^A'ri/?^!^ 

^ ;U % ) li'>4<HI5 7 0 , 75, 8 0 , 85, 90, R(f 9 5 %01,>f tl^t t 5 C 
[ 0 0 5 9 ] 

xxx;l/) (ilPliiTii L, S^HgUR T*t><fc<, 00 X ft < & X 

1 0 , 1 5, 20, 25, 30, 35, 4 0 , 5 0 % o^fnfr t 
t & C t tfi T* £ 5 „ 
[ 0 0 6 0 ] 
ffi © * ij V - 

[ 0 0 6 1 ] 

> * t # y v - & t>* n # y v - # 5 *i § 0 xf u^^t^'jv-tLtsfa^'ji 

flx> ( THDPEJ ) iMfi&fitfUx^U;/ ( TLDPEJ ) * 6 ft * . X^U> 
PlUV-tLtttxf l/y/a-tL/7-f >P#'Jv- ( TEAOj ) , If U^/^F 
eixXfAP^'jv-, Rtfx^U>/ (**) U ;l/»««*»jr 6.n5 0 (*HBH» 
T*{£ffl*S rntfyv-j i: fct 2 fflW±©*/ ^-fr e>^«S*l£ # U v-^lctt L, * 

-^y-^-^i^^tJo) 

EAOttif l/Vi: lIK±Oa-^ l/7Y^iD3*y7-T*feD > xf l/y^t^€ 
/I'S^ltlttSfeOffeSo 3t;Y-HTttliHiiOC3 - C 2 o a - *U7 
-f llH±OC 4 - C, 2 a-^l/7^, 1 S&±© C 4 - C 8 a - * 7 J 

>^f(f F.ia5„ IJfl4tt-ti/7r^tUtti-7f> < l-'N + ty, 1 - * * x 
>, Rtf *<oig^*38«*»f sn*. 

[ 0 0 6 2 ] 

E A0tlTtt> 1 ) 05 X. fcf 0 . 926-0. 9 4 0 g/c m 3 ©f fi* Offffig^ 
'JxfUV ( TMDPEJ ) , 2 ) M *. If 0 . 9 2 6 - 0. 9 4 0 g/cm 3 OfS^fe 
iJxfUV ( TLMDPEJ ) , 3 ) Wfctf 0 . 9 1 9-0. 9 2 5 g / 
cm 3 OSi*tOi«I«S^'Jxf U> ( TL LDP EJ ) , 4 ) M X. tt 0 . 915 

g/cm 3 *i©fg?toifi^axaa«ifg#ijxf i/> ( tvldpej &t>* 

TULDPEJ ) , R 5 ) S-EAOA^lfenS. tffl S: E A 0 t L t «, & 0 . 9 
25, 0. 922, 0. 92, 0. 917, 0. 915, 0. 912, 0. 91, 0. 9 
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07, 0. 905, 0. 903, 0. 9 . & 0 . 8 9 8 g/c m 3 *il©V'f n^fflffi 
g^feotCA^lf^tlSo «f£Jt£ L&t^E 0 , ilEMKlEiST ■S^ffiStt A S T M 
D 1 5 0 5 tffioTl^LfeIt'fe§o 
[ 0 0 6 3 ] 

fifiR^*©?®) it o .^i§r* U &mm?.- y?-.- 

[ 0 0 6 4 ] 

ft £ o & 4/ & M^{ceH-T5#Uv-(Di^-tt<0»^ 10 

on Chemical Como 
any (Baytown, T X ) A>«8«EXACT -p.rfiSgjnTVS ^ # n -tr Vftfcjg 
^^i^-x^Uy/a-^Uy'Y^n^UT-^fli, Mi t su i Pe t rochem 

1 c a 1 Co r po r a t i o n A^Si^ T A F M E R T*i1iI?nT^5if J§-x 
f l/y/a-tl/703^ijY-afi 1 RtfDow Chemi c a 1 Compan 
yfrf>ffi«f£AF F I N I TYT'TpSg5tiT^5g^^ft^^D-tr>M«^-X^Uy/ 

a 1/7^ >3#U ~?-®mtfmtf ZtlZo 1 20 

[ 0 0 6 5 ] 

(4 1) xx-r;l'A^^Jl?S(4~i2T*SflgaSS*;l'5lO^(Dlfx;l/xX7 1 ;l/i:, 2) 
ixf**'SISfl4~i 2 ?3657^ y frmxte* $ ? V ;H07;^iuxf ;i' ( 
r (* 2) 7 * y ;l/g?7;P*;t/j tlits) &mif 6ft 5„ 

[ 0 0 6 6 ] 

Si ( rtz;HXf;H ) SOtyY-oftiliLTttSitx^, 7ni?;j-y|| 
fcTx;K ^*D->8lfr;K R tf 2 - x =f- *\ *y y& M - ;b if B ft 5 « tfx/t/xx 
f;Ky7-liIIgft4~8> 4-6, 4-5, jf$L<B4 i:t5Li:*<T't«. 30 
[ 0 0 6 7 ] 

mz ( r ( * 2 ) 7^J;l/874/^;l/j ) SfOt/T-o^g^JtUTfiT^y;!/^^ 
7 ^ y ;l/$x^;i/, 7^'J^i^y7f;k 7 * y >im n - 7^y;l/&'\ 
* v- ;l/ , & l>* 7 * 'J * & 2 - x ;l/ ^\ * is /!> t , ^ * * y ;l/ 8 ^ ^ ;b , 2 * y ;l/ & x ^ 
^J^'J/H-fv/f/k ^ * * y /HI n * * * U ^61^ + ~>/K Rtf* 

2 * y ;l/ H 2 - x ^ ;l/ ^ + i/ /l # m Vf B ft 3 o ( 7 £ ) 7 * y 4/ H 7 ;l/ * ;U €• 7 v - ti 
iSfS4~8, 4-6, ilf$L<{±4~5i:-r5ilt^T*#S 0 

[ 0 0 6 8 ] 

ifi'y/^fiftixf;i'3it!'J v-o^iftxxf ;v (hp -5 if x/nxf/i'Xti (* 

*) 7 * D /1>&7/1/*;10 3€/v-tl«3#U7-(!)li*SicLtfi6~S I 8 « 40 
*%, Rtffj8~*!ll 2 fl% fc"T 5 C t^ff 5, ifl/>/^fiaiXf;l'3i|«'Jv 
-<0Sffl4ifl/^SItLtli> 3 #>) -v-ommzmic LT 'J>% < t i>ffi 8 211% 
, '>4< ^^^8 511%, ^ft<tfefj8 8li% ( I59 4SB%J.XT, ^19 3fi% 
9 2 M%JKT**tT 6>tl5 0 

[ 0 0 6 9 ] 

xf l/V/^FSaxxf;l/3^ij7-ii!)ft«ii: Lf«xf Uy/?^');^^? ;K 
xfI/^/^i"J;Hi^;K x* u>/7 * y ;l/Sif;K xf i/^/^? 
x^;U, x^ \yy/7 >7 y /H^^/K x^ b * ? y 2 - x + & 

ffxfl/>/Sf|(fz;^t|i(f^5 0 

[ 0 0 7 0 ] 50 
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giJ<DWfflftxf-u>34?Uv-ttx^uyi:7^U;l/K^ * * 7 U ;l> & , X fct Pa # © n 
[ 0 0 7 1 ] 

if i/>©3^U7-f$5^nifi/ >y ifi/V3*'jY- c tepcj ) wmifzn 
% © © #3* tf e> n s „ 

[ 0 0 7 2 ] 

7^^yv-(ixf hu^AxasiSf c^i-ftviccto gp^wtccfift^n 

^*>^#ft-r5t><DA^ife>n5o # ^ # > & « 7 7 y ;t> & & # / x « * * 7 y ;i/ & £ 

7^*/Y-ti«x.lJDupon t Corporation (Wilmington, 
DE) S>6*a*SURLYNTifiIJnT^«. 
[ 0 0 7 3 ] 

(M^SS2©I) fig 1 Oltl3 OgCtiif (EP1S*J8&8) Lftit 20 
tt«f«»LfclXtt2«©J6^*atf/Xa:SW'NTtf»*'&trJik:i8[»»3»LfclXtt 
[ 0 0 7 4 ] 

>/^ffl».x^x7i/a # y -7-. Mm#»aR#y * i/7 * ^'jf i/jy, Rtf^-o 

tt»3, 6, ROM 5ii%0^fn*'CSiex;l/#I^toxf 30 
K-*3«i;7-, '> & < i: t> t& 2 0il%O7^'J;H^f;l/^l^feoxf i/>/7 
^'J;H>(f;l/3^ijY- % '>4<tfc^5> 10, l 5, Stf2 0H*©^ftifrO 
77y;HMf ;l/^»%feog|ft|*^SHx^i/y/77 y 7l/K^^;l/3#y Mtf 
Ic8i*fil777 h L L D P E^<Dg?J»zk!$!&Sx^Uy/a - * 1/7-f 

[ 0 0 7 5 ] 

s&«4syv-x(iii*7k«iiSS5i?yv-i:UTtt^ttft*/i/si5>*(«i*tfvu>r>» 

> 7?*») , Xfi^®fu#/l/#y&tDl&7|<tK xx-f/l/& L < ti£Jgig£* U7 
t^yv-Xf±3 4?yv-ft«a^t-§^ X{ iflS(D^ST*ffljitrci:{c<k0S!jg^n5 1 £, 

oA'fifetiSo iot, gfcjR;kfti&H# y 7*7 7 b xti«fi£K £ y jtjssns 40 

[ 0 0 7 6 ] 

7 w ;b © in B 

7^;l/itt UttiCSSilSO'/xa 1 <BJ^±© S W N T #»^WJ1 JXttK lltti 
£^tr c £ #T-£ 5 0 £ o<t 5 &ttinJI £ Ltd 1 ®yL±<D&-&m. 1 «W±©f»*> — ^ 
h» ndi. rtffl®. 1 f3W±<D@^Jf > &tf 1 itt±<0M/^xtt37ii^if ^ns 

< Tfci^o 
[0 0 7 7 ] 

KT, &®©7;P77^<yh*EK:<fcyil§£-tt<Q0lJ£^< ofr*jitf.5 0 HT©7-f*i 50 
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m t* ® - a eg t- t, s * ^ m ^ t- t <t i, > 0 

[ 0 0 7 8 ] 

C / A / E , C / B / A / E , C/B/A/B/E. C/B/A/B/D/E. C/B 
/A, C/A, A/E, E/B/A, C/D/B/A, E/A/E, A/B/D/E, C 
/B/A/B/C, C/B/A/B/E. C/B/A/B/D/E, C/D/B/A/B 
/E, C/D/B/A/B/D/E, C/B/A/B/C, C/B/A/B/E, C/B 
/A/B/D/E, C/D/B/A/B/E, C / D / B / A / B / D / E „ 
[ 0 0 7 9 ] 

r A J lt±m<D£ o illKlT-feSo 10 
[ 0 0 8 0 ] 

rBj a±ieoj;9%ig^it*fe5o 

[ 0 0 8 1 ] 

rcj ternf-frm (En^^-5> m) t-&d, bp^ s#»t*&&]© * 3 tc 7 -f ;^ 

5rSBX«3:^i*:^OSiJ<D%lf*{c|^^-;I/LB<-r5cl:^H:«|fi!c$nfcST*fe5o 
[0 0 8 2 ] 

r D J »37Xli^;^IfJ65. 
[ 0 0 8 3 ] 

r e j ci^fflj (w^mnxitmmm) it^s. 

[ 0 0 8 4 ] 20 

C , D»ffEltt±l#'J*l/7^^. 7 "f * y 7 — , *!I75K, ^'JlXf^, 4? 
>;xf RO'^'J^U^XO 1 iWi^ttfilt^T-f 5 0 C ft 5 ©4? U V — o v-f 

& 5 0 , 60, 70, 80, 90, S(f9 5ii«i:t5<: tid^f 5o 
[ 0 0 8 5 ] 

, «i*.tf xvy/Ms ©ssffl, sfeau, am, fen, jsmm. sto^M, 

*8^fflfc*©*i»SH:3#W-e£»lT?*So 30 
[ 0 0 8 6 ] 

rct^ff$L^o^y^^«#^^<OF J a^rtS^{*^#!SLT*^ai»fCffijitfAST 
Mj*D 8 8 2 , D5026-95a, D 4 0 6 5 - 8 9 © 1 IWlCSfo Tl^t 5 c 

A't'f 5. ass 7 -r ;i/Att«eM»aBwatf/xtt«ic 7 3 ° f (ourn^mm ttzm 
■&\cpts. < t t>Rxf/xnm±m i o , ooo, 15, 000, 25, 000, 40, 0 

00, 70, 0 00, 80, 000, 90, 000, 100, 000, 150, 000, 
200, 000, 250, 000, 300, 000,&tf350, 0 0 0 1 b / i n 2 0 
^■f-ft*»0*>?**fcOC ttfftS. 7^^AO+y^$<Dtffli5:lifc LIB 2 1 40 
2° F O fi fi T' iM £ L fc If £ (C & 1 0 , 0 0 0-15 3 0 0, 0 0 0 p s i , 15 1 5 , 00 
0 ~#J 1 5 0. 0 0 0 p s i , RXSm 1 5, 0 0 0 ~® 7 0, 0 0 0 p s i ftm If h ft £ 

o 

[0 0 8 7 ] 

7 w ;v A^ftsmia 

aSffl7-r;l/A(i{SS0Jt1flS^fcoii fctfT**. fi 0 SCi A #t ^ <D ffi 6 > 2 . 5 

, T^MSJ Ii7 )V 2**^t?^ <y ^ - ^ <D AH © ® $ Jg f 5 7 ^ /I/ ACj^l T* & S 
o SOgf± ; E-<Dg§^rt^±f*?r#^LT*WifflSfCffiiit?A S TM D 1 0 0 3 <Dft&lC 
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mRV/X&'&lcmfe Lft7 -C *) felt® 3 0 %, 2 5%, 20%, 15%, 10 

%, 8%, 5%. R{f3%KT(0^fh^<0f tt5i:t^T'f 5. 
[ 0 0 8 8 ] 

tt*<l4 0%, 50%, 60%, 63%, 65%, 70%, 75%, 80%, 85%, 9 
0%, Sff 9 5 96C^fn^©lO)t!Rg*tOLi:^T-t5. C ft £ © S # ¥ (i |g£ ft 

&T*-9-y 7;i/c Ai*-r 5«jJfi)tM(cw-r t^wp e> ©as* ft<Dit £itf 0 #unMfc 
te®-r r^iR^j ffi«^©ra^rt^:£{*£#MLT#w8H»cffl&cyA s tm d 2 

4 5 7 (ftfi60* ) KU. 

[ 0 0 8 9 ] 10 

Sgffl7^A{JSS^.&#7^/l/A£iILTm*.3ck?fC #fl]JMiH«lc 

©Mteffi&fr) TT'7-f;l/A4ILt(iot0ixSCi:5IBt5. & G IB 44 8 IB tt 
SQF/Xtt^fc»J^Lfc7-f /HO¥)5IiI (BP^WSS) ttASTM ' Dl 74.6E 
£'5ffl£Lfcl§^tC'>ft<£<£>£j6 5%, 70%, 75%, 80%, 85%, Rtf 9 0 % 

[ 0 0 9 0 ] 

Ol$(iP ike, L e R o y, "Optical Properties of Pa 20 
ckaging Materials, "Journal of Plastic Fi 
lm & Sheeting, vol. 9, no. 3, pp. 173-80 (July, 

i 993) icmmiazmz tir & k> , ?<oi 1 3 ~ 8 om^^mLx^mmmicm^ts 0 

[ 0 0 9 1 ] 

7 -r iAg# 

SSffl 7 ;l/Att#gff i: -T S c t 1 5. 5 M it «7 -f ;PA<D&fi, ft¥ 
#tt&tf»A14£&{fcir3fc&lC7^;]/A£iffift (BP**) , 8t7j|pl, Xtin^ln] (IP* 
r$ft^#) Cji#LTUi\ 7f/l/A«4>ft<i:t>2. 5 : l, mz. 7 : l ~& l 0 

: 1 , '>ft < £ & 2 . 8 : 1, 4> & < & 2 . 9 : 1, '>4<tU. 0 : 1, '> ft < t 
& 3 . 1 : 1 , 'P ft < i: 3 . 2 : 1 „ 'p ft < t & 3 . 3 : 1 , '> ft < £ t> 3 . 4 : 1 , 30 
'> ft < £ 3 . 5 : l, <!> ft < £ & 3 . 6 : 1, & '> ft < £ t> 3 . 7 : l©^-fft*>© 
J±T-'>ft< 1 £|q]lc@#-r S C ttft*?5. 

[ 0 0 9 2 ] 

agffl7-r;l/A«#iilR*Stti:-r5Ci:^T*^, 09* tf 1 8 5 ' F (8 5°C) T-Sitft ( 
tK) &tf«S^|pJ(D#^ 3 %, 1 %, &tf0. 5 %*»©^Vftfr©a*iR|g*£t>o 
„ & 5 l^fci, Sgffl7^ ;l/Ati^lR^tt t "T 3 C i: #T* t , 09*. (f 1 8 5 ° F (8 5t) 
T*SSftXttfil73|ollC / >ft<tfe)^5%, 10%, 15%, 40%, 50%, 55%, 60 
%, &0*6 5%©^-fft^<DifilRite^*feO 0 18 5° F (8 51C)©lffiftXtigS7j|i5| 
©gilKJ&$t±Jft4 0~15 0%, 5 0 ~ 1 4 0 %, Rtf 6 0 - 1 3 0 %<0^f tl^Olg 
IT-fei^. 7 ^ ;l/AttB#fl£^i^ft £ E&iK&S*, gp*gitft7j(^ i: St?? ft T*gft 3 g 40 
E&iRi&S^fc&octtf-etSo 7^;l/A«W73t&]lc^iRiSiittlS?rfefcft<T 1 £,<i:^o 7w 
>\'&<D&&\&ffim&Z<Dffl*lH®£fr%&mLT*mmeicm&tS A S TM D 2 7 3 2 
Kta£oTajRf»*B9» (BP*ffi£HgIil*) Ltci§£lc 1 Ocmx l 0cm7^I/i,M8 
©^£gftS#^£ilJ£-r3ci:lc < fcDft££ft3o 

[ 0 0 9 3 ] 

S^T*i^©I9> «JiRrStt7-fybAtt7-fA/A**«HiJ«!8©SSi0l»-r*i:iR* 

ts. mz.ifw.mt * 7 ^A/AKa*ftfca8«aKj:07^^A*iR«*»6«iS!i"r*» 

£tcf±, ^iR^147-c;l'A©?i73ttttifiT(ciiin-r5o ftoT, 7^/l/A©'>ft<i:&- 
S$©-9-^ XtfSi/bTSJ: ? fc (#*pm) xitrntimta oom) Tfciof»* ftfcj»*iiltt7 

/t/A£$iJXI8 7 -< ;UA £*ftt „ 50 
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[ 0 0 9 4 ] 

£Sffi7^;l/A«'>ft<i: ) S>173|6]C'>ft<tfcl OOps i , 1 75ps i , mi 7 
5~#)500ps i , &200~i)$500ps i , 2 2 5 -^ 5 0 0 p s i , ^2 5 0 
~ ft 5 0 0 p s i , *!l2 7 5 ~^ 5 0 0 ps i , S 3 0 0 ~S 5 0 0 p s i , R tf ft 3 2 
5~ft500ps i<Dt/^-fn*^<DUXiS?i^*^-rili:A^T*^5 0 lRH®^«^<DP^*rtg 
±&*%mLX*WmWlcm&ts A S T M D 2 8 3 8 lCtKoTl 85' F (85t) 7 

Lft^ j: ? fcm-^ffi^ffl^at>*-7 ^AftfiKfc+^tffi < & it n if a e>ft 

[0 0 9 5 ] 

[ 0 0 9 6 ] 

7 -C ;1/ A <D II it 

agffl7-C7l/Af±a^SfT'^5H<D^nIffitt7'(';I/A»figffi{c<i;0i<ji-r«cii:^T*t5 
7w;l/A5?.{iXU>yh^^)S*ffifflLT}¥HlX(iftffmfc<fcDiiii-r5Ct^T'%So 

4Mf t5C ^(CiDSii'fS C t^T't 5, C ft 6> © 7? ffi * fit ffl L T t> <t ^ . C ft 6 © 20 
[ 0 0 9 7 ] 

S.WNTtf^^#t?lSiX±<D7'f;l/A«ffl1Sflg!g^%I^}gfig-r5tCtt,^flgil#^^ 

tn^X«^^LT7>r;l'A^«^-r5fci6{cljiii-r5Bijfi:swNTtf^*#uv-i:ig^ 

tSC^'T'f 5o ^t5t> SWNT**';v-(i:^^lg<45 0 g^^{c7U> 
[ 0 0 9 8 ] 

7-f/l>A©$*Rj^ttJKD 1 {I J-X ± X f i 7 /KtftO'>4 < fcfe— »ttW*.tf7-r/I/A 
©^S^3!St§feJ&(C^tSt5i:i:^ff 5, 3B«ttft*»««l*«ffl^*^X(4 1 JI 30 

&±<D7 4 >\si±m*mftm. xs, y&, &tfigx^;i/^-«?e-Affla^co 1 

T £ C t tfT't So WfflftSt*f^« t t T«'>ft < t fcft 5 > 7. 10, 15, 20, 2 
5, 30, 35, 40, 45,&t>*50kGy ( * D 9 V -f ) <D V "f ft if 6 ft 5 „ 

tfflftiHliiltLTttSl 5 0 , 130, 120, 1 1 0, 100, 90, 8 0 , & 

70kGy*fKo</^-rn*^^tf^tis„ mm\cmmz nzmmmmii. s vtu t *r 8 a< *r 

*fcfl!ii»*L4V'» (tftfC7-f ;KOO T R # H « ^ <t L ft ) J; 5 t + # tc <g <^ 
[ 0 0 9 9 ] 

PVd C£#t?7^;!/A/lX«:SWNT£^ty7^;l'AJftt:M*fLft^ < fc3£1-3c£ 40 
i&tf/XttSWNTtWi (Stf&^JI) *«9*.tf«HHn-f--f yytfefcj: 0!!lftf3£Jt 
[0 1 0 0] 

7^;l/A<DfrffiX«Kffi<D±a5Xtt-a5^3D^&tf/xt±77XvSfiaL,CfijK{f9l 
»JtlXa^a07^;l'ASafi6^1i-rj:^lC7-f;l'AO^SDX^;I/^-^gfc^^Sili: 
5. SftSffi&SOlffltLTfi, mgS2-£fc0 2 X«:N 2 $W#X (fflUtfjaill 
£SC) (Ci'-7>F7^l/A!Eifi^tf5„ ft«ttft8ffi«0J*t£*©F^rtg£ft£#B§ 
LT#ESll8{Cffl&£f#B&§*gS 4 . 120, 7 1 6^ (Bone t) Sff4, 8 7 9, 
430^ (Ho f fman) IcESJhTI,^. Sgffl 7 ^ ;K(i'>4 < i t>^ 0 . 03 50 
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4 J / m 2 , »£L<f±'>£<i:f>£lO. 0 3 6 J / m 2 , «fc9W3:L< 

0. 0 3 8 J/m 2 , lt»$L<li'>4<tt$50. 0 4 0 J / m 2 0) m ffi X * )l 

[0101] 

SWNT*tS^ttyS8ffl7^;^©M*II$tia8S7^;Ui:WJ(iiloa.#Isax 
C0102] 

W^I*©&W®x^;l/^-t± 1 ) BTSJlt, (09*tfUVA, UVB> ft 

ff/XBUVC) , v-r*o&, fttf 5S?*»SSO*«(Btt»«i:, 2) * * If - i» » JH 10 

, xMtt. y8i». fMiM. stff ^'N^yftitssomiiatWMo^-f n*»o i m 

U±*$tsfr. Cti<bfrZ®&?Zfr.Xtt£nbfr$*mmicmf£?ZC£&-?Z% 0 
W3!)»<Dft&f f§x*/l>:£-fci:'>& < £ $>® 5 0 %, 60%, 70%, 80%, 90%, ft 

ff 9 5 »o^f tifroioiiaaottsfii^^^-o^-f i ixa i itt±otti 

I*^*j«*tttci:*if t5. ffl*tf, *r«b«©tt*f«x*j|/=p-H:d>»< tt^s 0 
%©#miHx^;l/4 ; -^^€yc < t^T*fr, #&g©#m&ftS#*|x;jwl'*-ti:'>& < £ t, 
» 5 0%<D^tgftx*;l/^-£^ty£i:tfT*£, X«WxbS©Silii65£*f«|{±'>* < £ fe & 
6 0%<D«?e-AS!{»Sax^;l/^-^$tfclt^T*^5„ 
[0103] 

Si) lil^$5 3 0 , 25, 20, 15, 10, 9, 8, 7, 6, 5, 4, 3, 2, 1, 

0. 5, 0. 1, 0. 05, 0. 01, 0. 0 0 5 , ft 0 . 001®, MtFfC 500, 
150, 1 30, 1 10, 100, 90, 80, 70, 6 0 , Stf 5 0 V'f ^ n#«^f 

n^<ommmm^vm.mt z c £ * M«g^o»it8i^;^-i (•«!*.«* as 

$ttX«i&lRii£S) & 10, 20, 30, 40, 50, 60, 70, 80, 

90 , 100, 150,fttf500VW*ng>, iffKO. 001, 0. 005, 0. 0 

1, 0. 05, 0. 1, 0. 5, 1, 2, 3, 4, 5, 6, 7, 8, 9, 10, 15, 2 

o, stf 2 5#o^-r na»©»««&MrtT»aif *c tA'tts. iS(*fi®«<osjtHi(iJ$^ 

, '>S<tU, '>&<tfc3, ft < £: & 4 /^X<Dft|*iS£U «*lf»»«;<*X 30 

[0104] 

^;l/^-A;l/X£DF^PB^ + ^(cS < f5 £#&T'&3 fcjgfc>*l5„ fl 4 © ft M * * Jl X « 
'>4<niSl 0> 20, 30, 40, 50, 60, 70, 80, 90, 100, 200 
, 300, 4 0 0 , Stf 5 0 0-7^^P#O^tn^©lOJtl«fFli:-r5Ci:)!)'T'J5 
o <DMl^U^)l'Xitm±m 9 0 0 , 700, 500, 300, 1 50, 1 30 , 1 1 
0, 1 00, 90,80, 70, 6 0 , ft 5 0 V ^ u ® 0) [,> ? tifr (O moftMmFS £ 

[0105] 40 

<?jx{fasffl7^;i/A^ft«^ftdiss<DT7Sr^^fT-rsa^ , 7x^jgffiTfeo,ft» 

i^B#KiiftWSftlll^B©Bg^y->(cS5ailffl7^;l'A<D-®<0}§SB#Ki:*^-ri: 
[0 1 0 6] 

#*fKft*f®T-{i, 7^;i/A<om»^)S^^iiin-r5fc46tw^^a©ft«i6lx^;i/^ 
-{ifif^SaSifilfi (6P^SSffl7Y;l'AOgffi(D$fiIiSftO©ttftfSx*;l/4 ; -) * 
ilft-f 5fc46<DftW^^g (EP*.*{4E«afc 0 <Oft&f$x*/l/:£-jffij£) £ftfctig}aa&t 
B$R0©B8&T-& £ £ a-ftf c £ #T-i* s 0 en e> ©a ? <D M& It S : (3£g) x (B#[?g) 
= ^ffi^fflfC J; 0 mt C £ #T*£ 5„ 50 
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[0107] 

M®i*;^-IJafgli'>4 < i: {,S5 l 0 , 30, 50. 80, 1 00. 150. 

200, 250, 300, 400. 500. 800, 1, 000, 1, 200, 1. 50 
O.Rtfl, 8 0 OmW/c m 2 , 1^^ 2, 0 0 0 , 1, 8 0 0 , 1, 5 0 0 . 1. 2 
00. 1, 000. 800. 500, 450. 400. 350. 300. 250. 200 

, I 5 0, RV 1 00mW/cm 2 <D^? tlfr<D#m&&%t& , &&. (SSffl 7 ■< )V A ©it 

ffiT-SI^) ZSts c 'tint** 5o'&S*^x^;l/^-^^l^fc&{H?n5«^-Kti. eft 

[0108] 

±E»«wiao«r^n^oifflfcttm*n*M»sit©3P«itttjB*x*^^-©#a« 10 

(S«fl!7-f;l/A©M?«lje) i:LTli'>ft<i:^o. 0 1. o. 05. o. l. o 

. 5. 1. 5. 10. 20. 50. 100. 500. 1, 000. 5, 000. 10, 0 
00,&tf20. 0 0 0 mj/cm 2 ( BP % 5 U S> a - /I/ / c m 2 ) © V "T 4l © * MB 

mwmtf ?>n, o. 05, 0. 1, 0. 5. 1. 5. 10. 20. 50. 100, 

500. 1, 000, 5, 000, 10, 000, 20, 000, 50, 0 0 0 , & Xf 6 
0. 0 0 OmJ/cm 2 ©^-ftl7>©M$i!»7y3M:fe>tt3o 
[0109] 

09* tf ftfl) (tag*) *St75i9(C0. 2 5nmKg^H©v^^nSx^;l/^ 

3 fc-T§ c 20 

[0110] 

**lt»W«to^Ttt, SMfc&JOO J: 5 fc , H £ * n S Jftfcf tt © i& 

SSffl7 -c 71/ A © g ffi T* ill 5£ f 5 C t#T* 1 flUtf. * <Dfflmft®-kfc*mm L T* 
^^•KifijitJA. Ryer, "Light Measurement Handboo 
k" (1998, International Light, Inc. , Newbury 
po r t, MA) #5$„ tf, & 2 5 0 ~& 1 0 5 0 n m«)ft4itti£&4)ffi[tttttt&$ 
a>J^-TSfc:46tC(i^'Jri>«lttlggS^IL1700 (International Li 
gh t I nc. ) fOSStWtttefltSitfflT'feStSfcnS. 

[0111] 30 

Balearic &»©»»>» £ flenaiEMffiim&s rc-d-sn* «£- 

©7^;H-5ffiit5i:i:/i'T*?, 5t K. 8J5£ L fcft £ 7 -< 71/ * - L * # £ , 9c 

5. 

[0112] 

adftwiseo^Ttt, 7^7i/A©Mi*aii^^iiin-r5fc«)tc«^^s©fiS(#fiSx^ 
7V^-«*i»fi£^^{Cckoas/i7'f;i'AtiiM^n5x^7P^-aT-^5%iR«iffli:L 

T»«ft*t* C ij^T?**. "»iR«a©-»*ffltt*n ^U-f ( k G y ) 0, lkG 40 
y=^«l kg^fc0tcKiR?4a5x^7l/^-l k J T* & 9 , Jt^fcjSi; 
TSWNT#^5ttsagffl7-<^A 1 k g%rcORltSWNTtin*^ts7 4 1 
kgSftO ©JgUffcSf o 
[0 113] 

±IBit^B#ra(D^-fn7i^©KfCSWNT*t^5:^tfSSffl7-<7l'AXt±SWNTtf^«r 

£ & 0 . 1, 0. 5, 1, 2-, 5, 10. 15, 20, 30, 50, 1 0 0 , R 2 0 
0 k G y <D^t ftfr©!»lR$lffi#3il:r e>tt, g*$Sj 0 . 5. 1. 2, 5. 10, 15. 2 
0. 30, 50, 100. 200. 3 0 0 k G y <D^f n^C^lRSIA^if ^tl5 

o &W3§!x*;U#-#*ffi^{C#(to2ft3i§-&(C{i, c *l €> ©®UXM©^-fft t> 1 tt± 50 
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[01 14] 

T'feS. 09 * fJ, UT*H»!«K:fia«r A STM E126 1- 

00 "Standard Guide for Selection and Cali 
bration of Dosimetry Systems for Radiati 

on P r o c e s s i n g" #«fOi^rt§^#^#iLT*iIt(Cffiiiijf 10 

o!iiASTM**&tfis»jia. mic, zofflTjkftm-zitz&m Lr^mmmtcm . 

iitf A S TM : E 6 6 6 , E 6 6 8 , E 1 0 2 6 , E 1 2 0 4 , E 1 2 0 5 , E1275 
, E 1 2 7 6 , E 1 3 1 0, E 1 4 0 0 , E 1 40 1, E 1 4'3 1, E 1 5 3 8 , E15 
39, El 540, E1607, E1608, E1631, E1649, E1650, E 

1 702, E 1 707, E 1 8 1 8, RXf E 1 5 9 6 t,ll#I 0 ffi©##*iJfcUT« 
, W. L. McLaughlin, "The Measurement of Abso 
rbed Dose and Dose Gradients,"Radiat.Phy 
s. Chem. Vol. 15, pp. 9-38 ( 1 9 8 0 ) RtfW. L. McLaugh 

1 1 n , "Dosimetry Systems for Radiation Pr 
ocessing, "Radiat. Phys. Chem. Vol. 46, No. 4-6 20 

. pp. 1163-74 (i 99 5)#*if6n*. m«essi#e&»i©ffl»K 100 

Bureau Drive, Stop 8460, Gal the r'sburg.MD 

2 0 8 9 9- 8 4 6 0 CffiftQKBttiStt&ffiftBtiMqi&ffiBfftft (Na t 1 ona 1 
Institute of Standards and Technology (N 

1ST) Agency of the U. S. Commerce Departmen 
t ' s Technology Administration) BtMlSiSilSli: 

[01 15] 

®m?%i &3ffli§ti, mz.i£%>x. e&nxtfxfc l < aKttotttfk mm. m^^^^f- 

^:»^#HgbT*Wffl»tCffljityP. M. Ajayana, "Nanotubes in 
a Flash — Ignition and Reconstruction," 
Science, vol. 296, p. 705 (April 26, 2 0 0 2 ) #f,„ it 

mmmsimmii.&mm y 4 ^.mc^st s'>& < t $>m 5 0 , 60, 70, so, 90, 

9 5, 99, &tfl 0 Oli%(D^f n^OlOS WNT#fi*IIWlCIiiSt5Cc)!i' 

[0116] 40 

HtSHOWai(0il[»8i*;^-(iSaffl7^l'AXttSgffl7^H(!)i|t(l 

«SWNTtf^^ffl)i{C)!raiiL, SWNTtf^<DjS^<DSSffl7-f/l/A#Uv-<D'>^< 

«i11W±07'r;bAHtc?L* < P f a<J:9tc + «-*ffl^)ii[T*%4-r5Ci:A»T-#So 
[01 17] 

)»Wifi|x^;l/4 : -^WSIig^(C,'a8ffl7'('/I/AXfiaSffl7-f;l/A<Dlt^^<D^-rn 
^t±#7LT-t,ftl7LT-fe<fev^„Bg«^<DaSffl7-f;l'A«7'f;l/A , £,L<ti7-i > ;l/A01© 
W±^*i?L«®T'^?)i:tX(i7'f;PAfeL,<{i7-f;l/A<Dl©W±A^7L«^T-fe5i: 50 
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[01 18] 

(fiajx. IS /!/ X 3 # X 7t « 7 5 * ^ a ^ >7*) , Rtf^^-^ryT" 
KtSilCiOIitSCt^T'f 5„ S(ltJSl*;^-liXe n o n . Corp. (W 
o b u r n , MA) ( 0IJ *. If * t >l R C - 7 4 0 , fi7;H y7"Stf ; ef;l' R C - 7 4 
7;UX*t/y7-f h) StfMaxwe 1 I Laboratories, Inc. ( 
fflxtfF 1 ashb 1 a s t Mode 1 FB-1 0 0^;1/X*$/XtA) © rU 8S S 
, TfcHftftSg 5 , 0 3 4, 2 3 5 §S(f 6, 4 4 9, 9 2 3 ^ fC 12 « £ ft T 5 t> © ^? © 10 

C0119] 

SSffl7 /UAtt'lBWSfi 0 2 3 ICT'iil^ Lfc^-g-fCfiTCi^ 1 , 0 0 0 . 5 0 0 

, 400, 300, 200, 150, 100, 50, 45, 40, 35, 30, 25, 2 
0, 15, 10> Sff5cm 3 (MSfi&tfffft) /m 2 /H/1I1E 1 jaffiOl^-f 

A't'ts. *wmwicmw.-r % ^mmmmma a s tm d - 3 9 8 sfc^oTcne.© 
tea, ixif 7^i/A*g^Lt7U- h*Bf&? z&mmzmm? %<DicmLrc®m 20 

SSffl7^;l/A«tSWSgO%Sri2 3 < CT*)a!l^Lfc:^^{C]55(Mifilx^;P^-HaW©Pg 

100, 500, 1, 000, 3, 000, 5, 000, 8, 000, 10, 000, 1 
5, 000, 20, 000, 25, 000, 30, 000, 35, 000, 40, 000 
. 50, 000, 100, 000, 200, 000, 400. 000, 800, 000, 
fttfl . 0 0 0, 0 0 0 cm 3 («tpfig&ffEE*) / m 2 /a/BUftMffi l-JKEEOl^* 
ftfr ©{Iff^S! < -f £ i: #t-# £,> ■aSffl7-r;l'A(iffl^saE0%S:rJ ; 2 3"Cf!lSL 

iI35<fc9t>«*#;3. 000, 5, 000, 8, 000, 10, 000, 15, 000, 
20, 000, 25, 000, 30, 000, 35. 000, 40, 000, 50, 00 
0, 60. 000, 70. 000, 90. 000, 110, 000, 200, 000, & 

tf4oo, ooocm 3 (mmumRV&t)) /m 2 /B/mmmm 1 ^BE©^-r nfro 

m ti if iS < f S C i: # t? * 5 0 
[0120] 

aW^X^;l/^-MI^S|ig^(DaSffl7^;UA{it§Wrlfi0%&tf2 3^T*aiJ^Lfc^ 

^IC'>4< ttiB 1 0 0 , 500, 1, 000, 3. 000, 5, 000, 8, 000, 

10, 000, 15. 000, 20. 000, 25, 000, 30. 000, 35, 00 

0, 40, 000, 50, 000, 100, 000, 200, 000, 400. 000, 40 

800, 000, SO* 1. 000. 000cm 3 (mmumRxf i£jj) / m 2 / b / mm 

'&<o&mmy 4 ^Afitswsao %&r>*2 3 XT<m%.brcm&ic&*:®3 , 000, 5. 

000, 8, 000, 10. 0 00, 15. 000, 20, 000, 25, 000, 30 
, 000, 35, 000, 40, 000, 50, 000, 60. 000, 70. 000, 

90, ooo, lio. ooo, 200, ooo,&tf4oo, ooocm 3 (mmug. 



[0121] 



50 
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agl7^;l/Attffl«SlO %RXS 2 3 tT'8!l£Lfcl§3-k:S*:;i$ 4 . 0 0 0 , 2, 0 
00, 1, 000, 500, 400, 300, 200, 150, 100, 50, 45, 4 
0, 35, 30, 25, 20, 1 5, 1 0 , Rtf 5 c m 3 (gl?gfiS&tfEE*j)/m 2 / 

z-m%mmm<D-miti%mMmmz&^c kit?* z 0 *mm&K&®t z-k~&itt% 
mmmmitmrnr-rj: < r.mitt%micmj&$-erz a s tm .d-3 9 8 5(cs<K©^jS(cst 

[0122] 

s s ffl 7 y ;i/ a a ta # m m 0 % & xs 2 3 t x* m s l i§ & k » & ts x * ;u * - m m m m 
&<Dr.mitmmmmm*i&%!®mMmffimm<D&&F8 7 * >\> a<d r.m{tmmmmm <t 0 & 10 

4>;&:<£fc8jl00, 500, 1, 000, 3, 000, 5, 000, 8, 000, 10 
, 000, 15, 000, 20. 000, 25, 000, 30, 000, 35, 000, 
40, 000, 50, 00 0, 100. 000, 200, 000, 400, 000, 80 
0, 000, RXf 1 , 000, 000cm 3 (WMflEft tf EE*; ) / m z / ft / 

<D&mm7 4 >iJ±<D-mitmmM'Mm& 0 t>m±m 3 , 0 0 0 , 5, 000, 8, 000 

, 10, 000, 15, 000, 20, 000, 25, 000, 30, 000, 35. 0 
00, 4 0, 000, 50, 000, 60, 000, 70. 000, 90, 000, 1 1 
0, 000, 200, 000,&tf400, 000cm 3 (MSg&tfEE^/m 2 / 20 

[0123] 

^K'>4<ttlll 00> 500, 1, 000, 3, 000, 5, 000, 8, 000, 
10, 000, 15, 000, 20, 000, 2 5, 000, 30, 000, 35, 00 
0, 40, 000, 50, 000, 100. 000, 200, 000, 400. 000, 
8 0 0, 0 O0, Stf 1, 0 0 0, 0 0 0 cm 3 ( M * S f& R tfEE ti ) / m 2 / S /- g? 

itmrnma 1 «E©^i*nfr©i*©-»ft:«*aa** toe »»«x*;i/ 

000, 5, 000, 8. 000, 10. 000, 15, 000, 20, 000, 25, 30 
000, 30. 000, 35. 000, 40, 000, 50, 000, 60, 000, 7 
0. 000, 90, 000, 1 10, 000, 200, 000,&tf400, 000cm 

3 (mmumRifmts) /m 2 / b / -mtfcm&E. i st£E©v-rn^ 

[0124] 

a8ffl7-f;l/AttASTM F 1 249-0 1 (2 0 gKTOi) StfASTM E9 
6 (> 2 0 giDl) £ ft o T $1 $£ L J§ £ tc « * Sfl 1 5 0 , 100, 80, 60, 50, 
40, 20, 15, 10, 5, l,RtfO. 5 g / 1 0 0 i n 2 . 24NfPJ(jgJSlOO 

m ;§ >i 3s £ t o c t # r* t * „ xmrnwicmm?- %±*M%.Mmmi& en* (Dtk&z* 

[0 1 2 5] 

a^ffl7^;l/A«&|*^x^;b^-KI*g©^©7j<^^Sji^*&^iSBg^g|igttBu© 
agffl7^;l'A©*IM§I$J:Dt'>5:<ctn 5 0 0 > 4 0 0 , 3 0 0 , 2 5 0 , 2 
00, 150, 100, 80, 60, 50 , 40, 20, 15, 1 0 , Stf 5 g/1 0 0 
in 2 . 24«fH(Sfil00%. 2 3t) ©^f nfr Olfcttlg < t 5 u i: 5. 

A<D?Ksl^Sji$<k 0 1 . 0 0 0 , 7 5 0 , 5 0 0 , 4 0 0, 3 0 0 , 2 5 0 , 

200, 150, 100, 80, 60, 50, 40, 20, 1 5 , Rtf 1 0 g / 1 0 0 i 50 
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n 2 . 24^H (SSI 00%, 73° F ) © ^ iT ft ffl £ © < lT 3 C £ T- £ 5 <> 
C0126] 

iKlfix^;|/^-ffJSfg|(DaSffi 7 4 JlAlt'prj: < £ f> ft 5 0 0 , 4 0 0, 3 00 
, 250, 200, 150, 100, 80, 60, 50, 40, 20, 15, 1 0 , R tf 
5g/l 00 i n 2 . 2 4«fi (IS 1 0 0%, 2 3 X ) <D ^ f ft <D tt ^ 
Hoc i: #T*.«. iKW^x^^^-MWgPg^cDSSffl 7 /l/.Mi«*#M ,000 
, 750, 500, 40 0 , 300, 250, 200, 150, 100, 80, 60, 5 
0, 40, 20, 1 5,Rtfl0g/100in 2 . 2 4 B$ R3 © (,> ? ftfr (Offi© ?J<^g 

[0127] 10 
Atffflac«{k**S) c£#Wffl&/W^-^>?Xl±^©-&£LTt$fflt-5c:i:tf 

[0 1 2 8] 

so, 90, 9 5§i%©^fn*) , &mmmzmm&$L£ 0 &< lt t> £^ (0tja.tr 
, iitffiio, 5, 1, 0. 5,Rt?o. 0 5§i%*i©^fh^) o mmmmmm 20 

<y >/*<D&gffl 7 ■< tV AlcmMt 3 d t # 1? # 5o CKDi^S, A >y * — 5? ft 9$ 7, ^ 
[0129] 

#j mi,tn&ici*m&-? t <t i/^„ mgutjs (#j;u£>'W'ir-v ? #x-^--v->7--y hxf± 

ffl©/jN^i£KSiJ#^) T*, Sgffl 7 ^ ;l/ A©igii^£ii;&n-f 5 tabic W 8; & « © £5t *f x 30 
^;l/4 r -^/^y^-^©SSffl7-i';l/AttMW-r5iii:^T-t§o/iH?g^A^©K^ti: 

[0130] 

, H:7*?/l/, M/-, MXti#fiSJfc7x 7, & tf 5 <y 7<D ^ f ftfr tc ffl 

jA t? , Xtt*© — fSfcfcLTfiEJBfSCfc * f£ , Slffl7-r 

Sy4*t^®S) £ 5 C i:tfT-tr Wffl&'W 78Jiii: b 40 

T t± x y K > - Jl SI , It >f K f-Jl m. , L f - /I/ g , /1 7 , RZf is — -L Y *r — i/ y 7 ( 
M A tf * - -v 7 7*Xli7^ yS^-;^f ^ct5<:ticj:5^y ? - A K a - 7 

) *^tfp.n5o 

[0131] 

[ifefifctflj] 
[0 1 3 2] 

/l/^ylOxXf^lfclCiOilSWNTWfi^tilkLfto il©/ctf>{C, N. N' -->* 50 
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i/ Z u *\ * > Jl> ±) ;l/ # i? ■< ^ K ( D C C , 4 0 0 m g , 1 . 2 m m o 1 ) » 4 - *J * f- )\> 
Ti/e'J^'V (DMAP, 66mg. 0. 3mmo 1) Stf 1 - t Kn + V^^'/h U ' 
7 V — >V (HOBT, 1 3 0 m g , 0 . 6mmol) ^-^f^X^tv + '^F (DMSO 
, 1 5mL) Lfc. SiSWNTttS (1 66tng) £ ?g $ (C ill X. fc & K 1 f$ R8 ^ 

i&mmLrc 0 #(c, #U tT x ;l/ 7 ;I/ n - ;1/ (PVOH) ODMS OSS (l 6 6 m g/m 
L , 1 0 m L) Zm*., 8£ft £ H £ 2 4 B$ R5] ^ ft SQ 8 L fc , C 5 .l/T»6hftBft81 
$£7~, 2 0 0 r p mT'jl^Lfco ±}f « H II ft S W N T 0 ft © Bg ft $ T' £ o fc . i&g£ 

[0133] 10 
Dupon t^eifi^E LVANOL 5 0 - 4 2 T* rfc IS £ n T ^ 3 # U tf x ;I/ 7 ;l/ 

3-*(pvoh) (87%~89 %®fttoJkftm) tfgmits w n t &m/7k®mic® 

L* &BJg#6fi»%i:100 : 1©P V0HMSWNTIt8iilt*toP VOH- 
SWNTjgfg£J&jKLfc 0 
[0134] 
(SlS&fll 1 ) 

©)114*ii^<k3tc^to3n^5aabT*5i/''fc^atrL/>-x^Ui/ri3}?i;v-cD2 = 
;l/ 7 -r ;l/ A (ExxonMob i iSffiEscorene PP-9302) K ± IE P V 
0H-SWNTgI^ + tXf>yLft o +tXf>^li#3 2 MeyerOyKfttt 
ffl LT^ffi Lfc„ ^Xffleft««»*RA,T**»B©/<X*fTofc. ^^Ci6 0 1CfcJSfif 20 
bfc!l$!|ji®^7? 4 5 #Fi3^flg Lfco i^PVOH-SWNTn-fO^SttO'. 3 5 
^T'feofco PVOH-SWNT3-fOy(«fWlc2«fioft 0 » tl SI S6 00 
1 <D 7 ^ /I/ A£>MJS(i& 2 . 3 5 ;l/T*& o fc 0 
[0135] 
(IHSS0II2) 

*Ml*#ja*Sfc*fc{£fflL;fe#8i:rail^#a*«!fflLTCargl 1 1-Do 
wSat'$5 1 S*#'Ja8 (PLA) 7^;l/A(i:±ieP VOH-SWNT^jg^ + tX 
i-yfL. 0 . 3 5;KOPVOH-SWNTn-f oy*t»OPLA7-<;l'A$f 
fiKLfCo PVOH-SWNT3-T O^liff^lCgiT^ofto f# £ ft it M M M 2 <0 

y 4 frL><D&mm am 1 . 3^}iT°&^k 0 30 

[0 1 3 6] 

(Jfc«« 1 ) 

ItliSMitiSfiSffiJlOfffiKtc^fflLfc^neuy-x^b^n^Uv-y^^Ai:^- 
(D^DlfUy-xf l/yn^'jY-CZ?;!/?^/^ (ExxonMob i 1 1SE s c 
orene PP-9302) fcbfco 
[0137] 
(Jt««2) 

Du pon t A^SSS E L V A NO L 5 0 - 4 2 T'$i?tlt^5 P V O H (87 
%~ 8 9 %gB#ta7k#«) £?J<K:igfrb, HJg# 6 fi ffi % © $ i8 £ Jfc fig L fc„ Jt$fc#J2<D 
7 -r ;!/ 2±%&tiiir 5 fc 46 {c . n ntHLtfe^fc7a l/V3# U 2 40 

^ 4/ 7 -< ;l/ A (ExxonMobi lSSEscorene PP-9302) fc ± E ?§ 
$£S«*-fX^:/^L, 0. 3 ~ ;l/ P V 0 H n -7 > 9*. t OjgJS 2 . 3 5 ;b CD 7 -< 

[0138] 
(Jt«0H3) 

Jt«0IJ2^^^^?.fcJ6{CffifflLfc7?ffii:rafil<O73ft^ffifflLT,fifife0ll2T*<IfflL^ 
BO15*PLA7^*iC0. 3^P V0H3-f-/>^*3-f-f y^L, 1 
. 3=;KD7^;l/A^JgfiSLfc„ 
[0139] 

HfifSMlRt>*Jtl5[»J2©7'C;l/A»C(i7i';l/AA^38mmOSglT*-byy7>7 ( 50 
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Xenon Corporat ion, Woburn. MAISRC- 7 4 7 /^1/^ + * 
sy^JY. 4. 2^>f X/W^i^^y) 1 0^;M/#T*^;l/Xfi;f gJStii 
(»S200nm~l, OOOnm) ZmTZmmmMLtco fli&0l2&tftfcffc0»j3<D7'r 
/l/A{C«a2{C^f«fc?fc:Egt£3 8mraX(i5 0mm£U*:Wfl-(ill--&#£<£/BLT 
fcft®filf!i&<DtiL$lit§lx.*>\'Z-ZmfeMmm% b tco Xenon Corp. frb<D® 

IciSi, 7y/ii3. o »fo 3 ®<r>m.i& o <D¥®*&m L t >7*/>7 vy f f.c 

li^l. lOf (2 7. 9 4 mm) (CT*-L>T'i^ Lfc^fiftM 7 7mW/cm 2 f 
Cft^^liOCffillft SB (± International Light I L 

1700 Meter/SED033, " B " 7 4 )\> Z - , Q N D S - 2 Cf-/ 7i-f 
- £ & fi fc c 10 

[0140] 

aSStfefc:, Illinois instruments 8500 & m M @ $ 7 7 -Y 
f-f ASTM D-398 5 fCft o Tkfi60» I - 2 Rtf 2 - 3 <0 7 Y )V A ©K« 

39* (OTR) ^rjffl^L, fflfcfiSfiO%&tf2 3 , t;T*8!lS£L;fccrn 3 ( 8? *P 1© & & t>* IE 

/m 2 /B/®lifflgEtUISLft„ (Ki*rV^)l/*'fXtt»5. 
fx5. 5 >^¥75TT'&o fc<OT*, 7 -f 7b A * KR ffi ft It it S & 4 . 2 5^>^<DR 

t^^fco ) mvuc* mMLK^itmm 1 07 j\>j±<d u6©*ftT?if 

[0141] 

c« 1 ] 20 



7-f)UA 




uv rtbzmmiiimstotn) 


OTR* 




pp 




3900 




pp 




3420 




PPw/PVOH 




59 


1£»0J2 


PPw/PVDH 


6 


54 




PPw/SKNT-PVOH 


&L 


30 




PPw/SWT-PVCH 




27 




PPw/SWNT-PVOH 
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Specification 

Title of Invention 

METHOD OF INCREASING THE GAS TRANSMISSION RATE OF A FILM _ 
BACKGROUND OF THE INVENTION 

The present invention relates to packaging films, and more particularly to a 
method of increasing the gas transmission rate of a packaging film. 

It is sometimes useful to package a product within a packaging atmosphere that is 
different from the composition (e.g., oxygen content) and/or condition (e.g., pressure) of ambient 
air. For example, fresh red meat may be packaged within a modified atmosphere to extend the 
shelf life of the packaged fresh red meat. The modified atmosphere may be one having a low. 
amount of oxygen, such as less than about 0.5 volume % oxygen or less than about 0.05 volume 
% oxygea 

However, fresh red meat packaged in a low-oxygen atmosphere typically has a 
purple color that may displease retail customers. Therefore, it may be desirable to allow the 
composition and/or conditions of the modified atmosphere within the package to approach that 
of ambient air after die package arrives at a supermarket or other retail outlet. For example, 
oxygen from ambient air may be allowed to reach the interior of the package in order to cause 
the meat to "bloom" to a red color suitable, for retail display. 

Several package designs provide for transportation of a food product in a low- 
oxygen environment, and for the quick introduction of oxygen to allow the food product to 
bloom at the retail outlet before display to the consumer. See, for example, U.S. Patents 
5,591,468; 5,686,126; 5,779,050; 5,919,547; and 6,032,800; each.of which is incorporated herein 
in its entirety by reference. 

Such packages may include a peelable laminate, for example a laminate that may 
be separated (e,g., hand peeled) into a relatively oxygen-permeable film and a relatively oxygen- 
impermeable film. Such a laminate may be sealed to a support member - such as a tray 
supporting a fresh, red meat product - to form a low-oxygen modified-atmosphere, closed 
package having a relatively low oxygen-transmission rate to maintain the ..internal modified 
atmosphere in its. modified condition. At the retail outlet, the relatively oxygen-impermeable 
film may be peeled from the laminate leaving the relatively oxygen-permeable film sealed to the 
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tray - resulting in a closed package having a relatively high oxygen transmission rate through the 
film, so that oxygen relatively quickly transfers through the film to.bloom the meat to a bright 
red. However, a drawback to such systems is the requirement for peeling the . relatively oxygen- 
impermeable film from the laminate. 

SUMMARY OF THE INVENTION 
The present invention addresses one or more of the aforementioned problems. 
One embodiment is a method of increasing the gas transmission rate of a packaging film. A 
packaging film is provided, which comprises at least about 0.001 weight % of single-walled 
carbon nanotube material based on the weight of the film. The packaging film is exposed to an 
amount of radiation..energy effective _to increase the oxygen transmission rate of the packaging 
film by at least about 100 cubic centimeters (at standard temperature and pressure) per square 
meter per day per 1 atmosphere of oxygen pressure differential measured at 0% relative humidity 
and23*C. 

Another embodiment of the invention is a packaging film comprising at least one 
layer comprising 100 weight parts of oxygen barrier polymer selected from one or more of 
ethyiene/vinyl alcohol copolymer, polyvinyl alcohol, vinylidene chloride polymer, polyalkylene 
carbonate, polyester, polyacrylonitrile, and polyamide. The at least one layer also comprises at 
least about 0.001 weight parts of single-walled. carhon .nanotube material per 100 weight parts 
oxygen barrier polymer- 
Still another embodiment of the.invention is a packaging film comprising at least 
one layer. One or more discontinuous regions are supported by the at least one layer of the film. 
The one ormore discontinuous regions comprise at least about 0.001 weight % of single-walled 
carbon nanotube material based on the weight of the film. 

These and other objects, advantages, and features of the invention may be more 
readily understood and appreciated by reference to the detailed description of the invention and 
the drawings. 
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BRIEF DESCRIPTION OF THE DRAWINGS 
Figure 1 is a representational crossrsection of a packaging film of one 



embodiment of the invention. 



Figure 2 is a representational cross-section of a packaging film of another 



embodiment of the invention. 



DETAILED DESCRIPTION OF THE INVENTION 
A packaging film comprises single-walled carbon nanotubc ("SWNT") material. 



The gas transmission rate of the film may be increased by exposing the film to an effective 
amount of radiation energy. 





A packaging film is a film that comprises one or more polymers and that is useful 
as part of a package or packaging system. For example, any of the following may comprise a 



trays, tubes, formed or non-formed webs, and wraps. 

The packaging film may have any total thickness as long as it provides the desired 
properties (e.g., flexibility, Young's modulus, optics, strength, barrier) for the given packaging 
application of expected . use. The film:, may have a thickness of less than about any of the 
following; 20 mils, 10 mils, 5 mils, 4 mils, 3 mils, 2 mils, 1.5 mils, 1.2 mils, and 1 mils. The 
film may also have a thickness of at least about any of the following: 0.25 mils, 0.3 mils, 035 
mils, 0.4 mils, 0.4S mils, 0.5 mils, 0.6 mils, 0.75 mils, 0.8 mils, 0.9 mils, 1 mil, 1.2 mils, 1.4 
mils, and 1.5 mils. 



least any of the following number of layers: 2, 3, 4, and 5. The film may comprise at most any 
of the following number of layers; 20, 15, 10, 9, 7, 5, 3, 2, and 1. The term "layer 11 refers to a 
discrete film component which is coextensive with the film and has a substantially uniform 
composition. Any of the layers of the film may have a thickness of at least about any of the 
following: 0.05, 0.1, 0.2, 0.5, and 1 mil. Any of the layers of the film may have a thickness of at 
most about any of the following: 5 mils, 2 mils, and 0.5 mils. Any of the layers of the film may 




packaging .film: bags, bottles, casings,- containers, laminates, lids, liners, pouches, receptacles, 



The packaging film may be monolayer or multilayer. The film may comprise at 
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have a. thickness as a percentage of. the. total . thickness of the film of at least about any of the 
following values: 1,3,5,7,10, 15, and 20%. Any of the layers of the film may have a thickness as 
a percentage of the total thickness of the film of at most about any of the following values: 80, 50, 
40, 35, and 30 %. 

The packaging film or a particular layer of the packaging film may have a 
composition such that any of the below described polymers comprises at least about any of the 
following weight percent values; 30, 40, 45, 50, 55, 60, 65, 70, 75, 80, 85, 90, 95, 97, 99 and 
100% by weight of the film or by weight of a particular layer. 

The packaging film or any of the particular layers of Ac. packaging film discussed 
below may be imperforated. As used herein, 'imperforated" means that Ae film (or layer) is 
substantially devoid of apertures extending through the thickness of Ae film (or layer). After Ae- 
radiation energy exposing step discussed below, Ae packaging film or any of Ac particular 
layers of Ae packaging film discussed below may be perforated (e.g., with a plurality of 
apertures) or may be unperforated. 

Single-Walled Nanotube Material 

The film comprises single- walled carbon nanotube ("SWNT*) material. SWNT 
material comprises at least one type of SWNTs SWNT material may comprise any of two, at 
least two, three, at least, three, four,, and at. least four types of SWNTs. A SWNT comprises a 
hollow carbon fiber having essentially a single layer of carbon atoms forming the wall of the 
fiber. A SWNT may be considered as comprising a single-layered graphene sheet. A SWNT 
comprises a crystalline tubular form, of carbon Aat is related to the Q 0 molecules known as 
<l fullerenes." SWNT material may also be referred to as "fullerene pipes" (see t Science, 1998, 
vol. 280, page 1254) or "carbon single tubes" (see Japanese Unexamined Patent Application, 
Eirst Publication, No. Hei 8r918 16). 

The average diameter of Ae SWNT material may be at most about any of the 
following: 50, 40, 30, 20, 10, 5, 3, 2, and 1 nm; and may be at least about any of Ae following: 
0.8, 1, 2, 3, 5, 10, 15, and .20 nm. The ratio of average tube length of SWNT material to the 
average diameter of the SWNT material, may be at least about any of the following: 3, 5, 8, 10, 
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20, 100, 500, 1,000, 5,000, and 10,000; and may be at most about any of the following: 5, 8, 10, 
20, 100, 500, 1 ,000, 5,000, 10,000, and.20,000. 

SWNT material, and. methods of making SWNTs, are known in the ait. See, for 
example, U.S. Patents 5,424,054; 5,753,088; 6,063,243; 6,331,209; 6,333,016; 6,413,487; 
6,426,134; 6,451,175; 6,455,021; 6,517,800; U.S. Patent Publication 2002/0122765 At; lijima 
et al., Nature, Vol. 363, p. 603 (1993); D.S. Bethune et al., Nature 63 (1993) 060; R. Smalley et 
al, Chem. Phys. Letters, Vol. 243 (1995) 49-54; and Science Vol 273 (1996) 483-487; each of 
which is incorporated herein in its entirety by reference. 

At least a portion, of SWNT material maybe functionalizcd (e.g„ derivatized), for 
example, functionalized. with PVOH- or EVOH-containing copolymers. See, for example, Yi 
Lin et al, "Polymeric Carbon Nanocomposites from Carbon Nanotubes Functionalized with 
Matrix Polymer," Macromolecules, vol. 36, No. 19, pp. 7199-7204 (August 2003), which is 
incorporated herein in its entirety by reference. A functionalizcd SWNT may be chemically 
bonded to or within one or more chains of a polymer. (See, eg., U.S. Patent 6,426,134.) For 
example, a functionalized SWNT may bear a carboxyi group at one end that can serve as a chain- 
terminating group of a polymer chain, or. may bear carboxyi groups at both ends, and through 
copolymehzatiQn may reside at the end of or within, a polymer chain. A functionalized SWNT 
may reside at the end of polymer chains, within the polymer chains, or both. 

The SWNT material may be dispersed in the film, for example, so that the SWNT 
material is evenly dispersed throughout the film. Alternatively, one or more layers of the film 
may comprise SWNT material (e.g., dispersed in one or more layers of the film), while one or 
more other layers of the film may be substantially devoid of SWNT material. For example, a 
barrier layer of the film (discussed below) may comprise SWNT material, or a barrier layer may 
be substantially devoid of SWNT material. The film may include one or two layers comprising 
SWNT material directly adhered to a barrier layer. 

The film or a layer of the film (e.g., a barrier layer of the film) may comprise at 
least.aboutany of the following amounts of SWNT material: 0.001%, 0.005%, 0.01%, 0.05%, 
0.1%, 0.5%, 1%, 1.5%, 2%, 2.5%, 3%, 4%, 5%, 8%, 10%, 12%, 15%, 20%, 25%, 30%, 35%, 
and 40% based on the weight of the film or the weight of a layer incorporating the SWNT 
material. The film or a layer of the .film (e.g. y a barrier layer) may comprise at most about any of 



(37) 



JP 2005-200635 A 2005.7.28 



thefoUowing amounts of SWNT material: 50%, 40%, 30%, 20%, 15%, 10%, 8%, 6%, 5%, 4%, 
3%, 2%, 1%, 0.5%, 0.1%, 0.05%, and 0.01% based on the weight of the film or the weight of the 
layer. 

In one embodiment, packaging film 10 (Figure 1), which comprises outer layer 12 
and ohe'or more other layers 14, may comprise SWNT material by incorporating SWNT in one 
or more selected regions of the film, such as one or more discontinuous regions 16 supported by 
the outer layer 12 of film 10, in which case the one or more-discontinuous .regions 16 may form 
at least a portion of the outer surface 1 8 of film 1.0. 

In another embodiment, packaging film 20 (Figure 2), which comprises one or 
more layers 22 and one or monriother layers 24, may comprise SWNT material by incorporating 
SWNT in one or more selected regions of the film, such as one or more discontinuous regions 16 
internal to the film structure (e.g., between layers 22 and 24). 

In either embodiment, the one or more discontinuous regions 16 may comprise 
any of the percentages of SWNT material mentioned in the previous paragraph (but in relation to 
the weight of the one or more: discontinuous regions). The one or more discontinuous regions 16 
may comprise polymer (e.g., thermoplastic polymer), such as one or more of any of the polymers 
described in this application in any of the percentage amounts described in this application (but 
in relation to the weight of the one or more discontinuous regions). The one or more 
discontinuous regions 16 may comprise one or more printing inks or varnishes, 

The one or more discontinuous regions 1 6 may be in the shape of a dot, a strip, or 
other arrangement to form a desired area shape on the surface 18 of the film outer layer 12. The 
one or more discontinuous regions 16 may be deposited onto the film outer layer, for example, 
by "printing 11 (i.e., using a print application method) to apply a mixture comprising polymer resin 
and SWNT material onto the film outer layer in one or more selected regions. Useful printing 
methods for applying the mixture include one or more of printing methods , known to those of 
skill in the art, such as screen, gravure, flexo graphic, roll, metering rod coating, ink-jet, digital, 
and toner print techniques. 

Discontinuous regions 16 that have been deposited on an outer layer may 
subsequently become internal to the film structure by laminating or otherwise depositing one or 
more additional film layers over the discontinuous regions that incorporate SWNT. For 
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example, just as a printed image may be "trap printed" by laminating ajfilm over the printed 
image, so too can discontinuous regions 16 be trapped by an outer film layer. 

The discontinuous regions 16 incorporating SWNT material may take the form of 
one or more bands (e.g., "stripes" or "lanes 1 *) of polymeric resin, as described in U.S. Patent 
5,1 10,530 to Havens, which is incorporated herein in its entirety by "reference. Such bands may 
incorporate the dispersed SWNT rather than or in addition to pigment Such bands may also be 
internal or external to the film layer structure. 

The packaging film may comprise at least about any of the following amounts of 
SWNT material: 0.001, O.Q05, 0.01, 0.05, 0.1, 0.5, 1, 1.5, 2, 2.5, 3, 4, 5, 8, 10, 12, 15, 20, 25, 30, 
35, and 40 weight parts SWNT material per 100 weight parts barrier polymer in the. film. The 
film may comprise at most about any of the following amounts of SWNT material: 50, 40, 30, 
20, 15, 10, 8, 6, 5, 4, 3, 2, 1, 0.5, 0.1, 0.05, and 0.01 weight parts SWNT material per 100 weight 
parts barrier polymer in the film. The forgoing weight ratios of this paragraph may also apply as 
the weight part of SWNT material to 100 weight parts of one or more of any particular hairier 
polymers identified below. 

A layer of the film (e.g., a barrier layer as discussed below) may comprise at least 
about any of the following amounts of SWNT material based on die total amount of SWNT 
material in the packaging film; 50, 60, 70, 80, 90, 95, 99 weight %. A layer of the film 
comprising any of the foregoing amounts of SWNT material may also have a thickness of at 
most about any of the following percentages based on the total thickness of the. packaging film: 
50,40,30, 20,15,10, and 5%. 

A barrier layer (discussed below) and/or a layer comprising SWNT material may 
be an outer layer of the film. An outer layer may be an "outside layer* 1 of the film (Le., an outer 
layer adapted or designed to face to the outside of a package incorporating the film) or an t *inside 
layer" of the film (Le., an outer layer adapted or designed to face the inside of a package 
incorporating the film). If the film comprises only one layer, then the one layer may be 
considered an "outer layer" A barrier layer and/or a layer comprising SWNT material may be 
an inner or interior layer of the film. An inner or interior layer of the film is between two outer 
layers of the film, 
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, gaj^ey.PolYipers 

The packaging .film may comprise one or more , barrier polymers. A "barrier 
polymer' 1 is a polymer that may markedly decrease the transmission rate, of a specified gas 
through a . film, incorporating the polymer, relative to a comparable film not incorporating the 
polymer; Thus, the banier polymer for a specified gas imparts enhanced barrier attributes to the 
film relative to the specified gas. When the term "barrier polymer" is used in this application 
without reference to a specified gas, it is understood that the. term may be in reference to any of 
water vapor, oxygen, and/or carbon dioxide gases. 

For example, an "oxygen barrier polymer" may markedly decrease the oxygen gas 
transmission rate through a film incorporating the oxygen barrier polymer, because the oxygen 
barrier polymer imparts enhanced oxygen barrier attributes to the film. If the. banier polymer is 
effective for carbon dioxide, then the polymer may be considered a "carbon dioxide barrier 
polymer/' If the barrier polymer is effective for water vapor, then the harrier polymer may be 
considered a 4 "water vapor banier polymer." A barrier polymer that is effective as a barrier for 
one type of gas may also be effective as a barrier to one or more other gases. For example, a 
barrier polymer that is effective for oxygen may also be effective for carbon dioxide, such that 
the same polymer may be considered an oxygen barrier polymer and a carbon dioxide barrier 
polymer. 

If the packaging, film is multilayered, then.the.one or.more layers.of the film that 
incorporate, one or more barrier polymers in an amount sufficient to notably decrease the 
transmission rate of a specified gas through .the film may be. considered "barrier layers" ivith 
respect to the specified, gas. If the film is monolayer and incorporates one or more barrier 
polymers, then the monolayer .film itself may be considered a "barrier layer." For example, if a 
layer comprises an oxygen barrier polymer, then the layer may be considered an oxygen barrier 
layer. 

The film or a barrier layer of the film may comprise one or more barrier polymers 
in . an. amount of at least about any of the following: 50%, 60%, 70%; 80%, 90%, 95%, 97%, 
98%, 99%, and 99.5%, based on the weight of the film or the barrier layer, respectively. 

The film or a barrier layer may comprise more than one barrier polymer such as a 
blend of barrier polymers, for example, two harrier polymers, at least two. barrier polymers, three 



(40) 



JP 2005-200635 A 2005.7.28 



barrier polymers, and at least three barrier polymers. The film or a barrier layer. may comprise a 
first barrier polymer in any of the following amounts (based on the weight of the film.or barrier 
layer): at least about 40%, at least about. 50.%, at least about 60%, at least about 70%, at least 
about .80%, at least about 90%, at least about 95%, and the ranges between any of these forgoing 
values (e.g. f from about 60 to about 80%). The film or a banier layer may comprise a second 
barrier polymer in any of the following amounts (based on the weight of the film or barrier 
layer): less than.about 60%, less than about 50%, less than about 40%, less than. about 30%, less 
than about 20%, less than about 10%, and. less , than about 5%, and the ranges between any of 
these forgoing values (eg., from about 20 to about 40%). The film or a barrier layer may 
comprise a third barrier polymer in any of the following amounts (based on the weight of the 
film or barrier layer): less than_ about 60%, less than about 50%, less than about 40%, less than 
about 30%, less than about 20%, less than about 10%, and less .than about 5%, and the ranges 
between any of these forgoing values (e.g., from about 20 to about 40%). 

A layer of the packaging film may comprise at least about any of the following 
amounts of a barrier polymer (e.g., oxygen, carton dioxide, or water vapor barrier polymer) 
based on the total amount of that class of barrier polymer (e.g„ oxygen, carton dioxide, or water 
vapor barrier polymer) in the packaging film: 50, 60, 70, 80, 90, 95, and 99 weight %. 

A barrier layer may have a thickness of at least about any of the following: 0.05 
mils, 0,1 mils, 0.2 mils, 0.25 mils, 0.3 mils, 0.35 mils, 0.4 mils, 0.45 mils, 0.5 mils, 0.6 mils, 
0.75 mils, 0.8 mils, 0.9 mils, 1 mil, 1.2 mils, J. 4 mils, and 1.5-mils. A barrier layer may have a 
thickness of less than about any of the following: 5 rails, 4mils, 3 mils,2mils, 1.5 mils, 1.2 mils, 
and 1 mils. 

Exemplary oxygen barrier polymers . include: ethyl ene/vinyl alcohol . copolymer 
("EVOIT), polyvinyl alcohol ("PVOH"), vinylidene chloride polymers CYVdC"), polyalkylene 
cartonate, polyester (e.g., PET, PEN), polyacrylonitrile ("PAN' 1 ), and polyamide. 

EVOH 

Useful ethylene/vinyl alcohol copolymer ("EVOH") may have an ethylene content 
of about 32%, or at least about any of the following values: 20%, 25%, and 30% by weight. 
EVOH may have an ethylene content of. at. most about any of the following values: 40%, 35%, 
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and 33% by weight. EVOH may include saponified or hydrolyzed ethylene/vinyi acetate 
copolymers, such as those having a. degree of hydrolysis of at least.about any of the following 
values: 50% and 85%. 

..me 

Vinyiidene chloride polymer ("PVdC") refers to a vinylideae chloride-containing 
polymer or copolymer - that is, a polymer that includes monomer units derived from vinyiidene. 
chloride (CH2 = CCh) and also, optionally, monomer units derived from one or more of vinyl 
chloride, styrene, vinyt acetate, acrylonitrile, and d -C\ 2 alkyl esters of (meth)acryiic acid (e.g., 
methyl acrylate, butyl acrylate, methyl methacrylate). As used herein, "(meth)acrylic acid" 
refers to both acrylic acid and/or methacrylic acid; and 'Xmettyacrylate^refers to both acrylate 
and methacrylate. Examples of PVdC include one or more of the following: vinyiidene chloride 
homopolymcr, vinyiidene chloride/vinyl chloride copolymer ("VDC/VC*), vinyiidene 
chloride/methyl acrylate copolymer, vinyiidene chloride/ethyl acrylate copolymer, vinyiidene 
chloride/ethyl methacrylate copolymer, vinyiidene chloride/methyl methacrylate copolymer, 
vinyiidene chloride/butyl acrylate copolymer, vinyiidene chloride/styrene copolymer, vinyiidene 
chloride/acrylonitrile copolymer, and vinyiidene chloride/vinyl acetate copolymer. 

Useful PVdC includes that having at least about 75,.at most about 95, and at most 
about 98 weight % vinyiidene chloride monomer. Useful PVdC (for example, as applied by 
latexemulsion coating) includes that having at least about any of 5%, 10%, and 15% - and/or at 
most about any of 25%, 22%, 20%, and 15 weight % - comonomer with the vinyiidene chloride 
monomer. 

Useful PVdC includes.that having a weight-average molecular weight (M w ) of at 
least about any of the following 10,000; 50,000; 80,000; 90,000; 100,000; 111,000; 120,000; 
150,000; and 180,000; and at most about any of the following: 180,000, 170,000; 160,000; 
150,000; 140,000; 100,000; and 50,000. Useful PVdC also includes that having a viscosity- 
average molecular weight (MJ of at least about any of the following: 130,000; 150,000; 
170,000; 200,000; 250,000; and 300,000; and at most about any of die following: 300,000; 
270,000; 250,000; and 240,000. 



(42) 



JP 2005-200635 A 2005.7.28 



A oxygen hairier layer that.includes PVdC may also include a thermal stabilizer 
(e.g., a hydrogen chloride scavenger such as epoxidized soybean oil) and a lubricating processing 
aid (e.g., one or.more acryiates). 

Polvamide 

Useful. polyaxnides may include chose of the type that may be formed by the 
polycondensation of one or more diamines with one or more diadds. and/or of the type that may 
be formed by the polycondensation of one or more amino acids. Useful polyamides include 
aliphatic polyamides and aliphatic/aromatic polyamides. 

Representative aliphatic diamines for making polyamides include those having 

the formula: 

where n has an integer value of 1 to 16. Representative examples include trimethylenediamine, 
tetramethylenediamine, pentamethylenediamine, hex amethyiencdi amine, octamethyl en edi amine, 
decamethylenediamine, dodecamethylenediamine, hexadecamethylenediamine. Representative 
aromatic diamines include p-phenylenediamine, 4,4'-diaminodiphenyl ether, 4,4' 

diaminodiphenyl sulphonc, 4,4 , -diaminodiphenylethane Representative, alkylated diamines 

include 2^-jlimethylpentamethylenediamine, 2,2,4- trimethylhexamethylenedianiine, and 2,4,4 
trimethylpentamethylenediamine. Representative cycloaliphatic diamines include 
diaminodicyclohexylraethane. Other useful diamines include heptamcthylenediamine, 
nonamcthylenedi amine, and the like. 

Representative diacids for making polyamides include dicazboxylic acids, which 
may be represented by the general formula: 

HOOC — Z — COOH 

where Z is representative of a divalent aliphatic or:.cyclic radical containing at W^t 2. carbon 
atoms. Representative examples include aliphatic dicarboxylic acids, such, as adipic acid, 
sebacic acid, octadeeanedioic acid, pimelic acid, suberic acid, azelaic acid, dodecanedioic acid, 
and glutaric acid; and aromatic dicarboxylic acids, such. as. such as isophthalic acid and 
terephthalic acid, 
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The polycoadensation reaction product of one or more or the above diamines with 
one or more of the above diacids. may. form useful polyamides.. Representative polyamides of the 
type that may be formed by the polycondensation of one or more diamines with one or more 
diacids include aliphatic polyamides such as poly(hexainethyieac adipamide) ("nylon-S^ 1 *), 
poly(hexamethytene sebacamide) C I aylon-6*10 , ')> poly(heptamcthylene pimelamide) ("nylon- 
7,7"), poly(octamethylene suberamide) ("nylon^"), poly(hexamethylene azelamide) Caylon- 
6,9"), poly(nonamethyiene azelamide) C'nylon-9,9 ,, ) > poIy(decamethylene azelamide) ("nylon- 
10,9"), poly(tc^amethyicnedianune-co-oxalic acid) ("nylon-4,2"), the polyamidc of n- 
dodecanedioic acid and hexamethyienediamine C t nylon-6,12 ,T ), the polyamide of 
dodecamethylenediamine and n-dodeeanedioic acid Oaylon-12,12")- 

Representative aliphatic/aromatic polyamides. include 

poly(tetraraethylenediamine-co-isophthalic acid) C'aylon-W"). polyhexamethylene 
isophthaiamide ("nylon-6,r), polyhexamethylene terephthalamidc ( C, liyian-6,T")> poly (2,2,2- 
trimethyl hexamethylene terephthalamide), poly(m-xylylene adipamide) ( u nyiQn-MXD,6*'), 
poly(p-xylyIenc adipamide), poly(hexamethylene terephthalamide), poly{dodccamethylene 
terephthalamide), and_polyamide-MXD,I. 

Representative polyamides of the type that may be formed by the 
polycondensation of one or more amino acids include poly(4-ammobutyric acid) ("nyion-4"), 
poly(6-aminohexanoic acid) ("nylon^" or €, poly(caprolactam) M ), poly(7-aininoheptanoic acid) 
("nylon-7"), poly(8-amino0ctanoic acid) ("nylon-8"), poly<9-amiaononanoic acid) ("nyion-9"), 
poly(l0-aminodwanoic acid) C*nylon~10"), poly(ll-anunoundecanoic acid) ("nylon-il"), and 
poly(l 2-aminododecanoic acid) ("nylon-12"). 

Representative copolyamides include copolymers based on a combination of the 
monomers used to make any of the foregoing polyamides, such as, nylon-4/6, nylon-6/6, nylon- 
6/9, nylon-6/12, caprolactam/hexamethylene adipamide copolymer ("nylon^,^"), 
hexamethylene adipamidefcaprolactam copolymer ("nylon-6/6,6"), trimethylene 
adipamide/hexamethylene azelaiamide copolymer ("nylon-trimethyl 6,2/6,2"), hexamethylene 
adipamide-hexamethylene-azelaiamide caprolactam copolymer Ctoylofl-W/WS"). 
hexamethylene adiparaide/hexamethyienerisophthalamide ("nylon-6,6/6,n, hexamethylene 
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adipamide/hexamethyl^eiercphthalamide ("nylon^^T"), nylon-6,T/6,I, nylon- 
6/MXD.T/MXD, I, nylon-6,6/6, 1 0, and nylon-6 : I/6,T. 

Conventional nomenclature typically lists the major constituent , of a. copolymer 
before the slash ("/") in the name of a copolymer; however, in this application the constituent 
listed before die slash is not necessarily the major constituent unless specifically identified as 
such. For example, unless the application specifically notes to the contrary, "nyIon-6/6,6" and 
"nylon-6,6/6" may be considered as.refemng to. the same type of copolyamide. 

Polyamide copolymers may include the most prevalent polymer unit in the 
copolymer (e.g., hexamcthylene adipamide as a polymer unit in the copolymer nylon-6,6/6) in 
mole percentages ranging from any of the following: at least about .50%, at least about 60%, at 
least about 70%, at least about 80%. and at least about 90%, and the ranges between any of the 
forgoing values (e.g., from about 60 to about 80%); and may include die. second most prevalent 
polymer unit in the copolymer (e.g., caprolactam as a polymer unit in the copolymer njdon-6,6/6) 
in mole percentages ranging from any of the following: less than about 50%, less than about 
40%, less than about 30%, less than about 20%, Less than about 1 0%, and the ranges between any 
of the forgoing values (e.g., from about 20 to about 40%). 

Useful polyamides include those that are approved by the controlling regulating 
agency (e.g., the U.S. Food and Drug Agency) for either direct contact with'food and/or for use 
in a food packaging film, at thc.desired conditions of use. 

Polyester 

Useful polyesters include those made by: 1) condensation of polyfunctional 
carboxyiic acids with polyfunctional alcohols, 2) polycondensation of hydroxycaxboxylic acid, 
and 3) polymerization of cyclic esters (e.g., lactone). 

Exemplary polyfunctional caiboxyUc acids (and their., derivatives such as 
anhydrides or simple esters like methyl esters) include aromatic dicarboxyiic acids and 
derivatives (e.g., terephthalic .acid, isophthalic acid, dimethyl terephthalate, dimethyl 
isophthalate) and aliphatic dicarboxyiic acids and derivatives, (e.g., adipic acid, azelaic acid, 
sebacic acid, oxalic acid, succinic acid, glutaric acid, dodecanoic diacid, 1,4-cyclohexane 
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dicaiboxylic acid, dimethyM,4-cyclohexane . dicaiboxylate ester, dimethyl- adipate). Useful 
dicarboxylic acids also include those discussed above in the polyamide section. As is known to 
those of skill, in the art, polyesters may be produced using anhydrides and esters... of 
polyfunctional carboxyiic acids. 

Exemplary polyfunctional...aIcohols include dihydric alcohols (and bisphenols) 
such as ethylene glycol, 1,2- propanediol, 1,3 -propanediol, 1,3 butancdiol, i,4-butanediot, 1,4- 
cyclohexanediinethanol, ^-dimethyi-i^-propanediol, 1,6-hexanediol, poiy(tetrahydroxy- 1,1'- 
biphenyl, 1,4-hydroquinone, and bisphenol A. 

Exemplary hydroxycaiboxylic acids and lactones include 4-hydn>xybenzoieacid, 
6-hydroxy-2-naphthoic acid, pivalolactone, and caprolactone. 

Useful polyesters include homopolymers and copolymers. These may be derived 
from one or more of the constituents discussed above. Exemplary polyesters include 
poly(ethylene terephthalate) ("PET'), poly(butylene . terephthalate) 0?BT % ), and polyethylene 
naphthalan) ( ,? PEN' , ). If flie polyester includes a mer unit derived from terephthalic acid, then 
such mcr content (mole %) of the diacid of the polyester may be at least about any the. following: 
70, 75, 80,85, 90, and 95%. 

The polyester may be thermoplastic. The polyester (e.g., copolyester) of the film 
may be amorphous, or may be partially crystalline (semi-crystalline), such as with a crystallinity 
of at least about, or at most about, any of the following weight percentages: 10, 15, 20, 25, 30, 
35,40, and 50%. 

Other Polymer 

The packaging film, may comprise one or more thermoplastic polymers, including 
polyolefins, polystyrenes, polyurethanes, and ionomers. 

Useful polyolefins include ethylene homo- and co-polymers, and propylene homo- 
and co-polymers. Ethylene homopolymers include high density polyethylene ( W HDPE IT ) and low 
density polyethylene ("LDPE"). Ethylene copolymers include ethylene/alpha-olefin copolymers 
("EAOs' 1 ), ethylene/unsaturated ester copolymers, and ethylene/(meth)acrylic acid. ("Copolymer" 
as used in this application means a polymer derived from two or more types of monomers, and 
includes terpolymers, etc.) 
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EAOs are copolymer of ethylene and one or more alpha-olefins, the copolymer 
having ethylene as the majority mole-percentage content. The comonomer may include one or 
more C3-C20 a-olefins, one or more C4-C12 a-olefins, and one or more CrCs Orolefins. Useful a- 
olefins include 1-b.utene, l-hexene, 1-octene, and mixtures thereof, 

EAOs include one or more of the following: 1) medium density polyethylene . 
C < MDPE"), for example having a density of from 0.926 to 0.940 gfan3; 2) linear medium density 
polyethylene ("LMDPE"), for example having a density of from 0.926 to 0.940 gfcm3; 3) linear low 
density polyethylene ("LLDPE"), for example having a density of from 0.919 to 0.925 gtan3; 4) 
very-low or ultra-low density polyethylene ("VLDPE" and 'ULDPE"), for example having 
density below 0.915 g/cm3, and 5) homogeneous EAOs. Useful EAOs include those having a 
density of less than about any of Ac following: 0.925, 0.922, 0.92, 0.917, 0.915, 0,912, 0.91, 0.907, 
0.905, 0.903, 0.9, and 0.898 grams/cubic centimeter.. Unless otherwise indicated, all densities 
herein are measured according to ASTM Dl 505. 

The polyethylene polymers may be either heterogeneous or homogeneous. As is 
known in the art, heterogeneous polymers have a relatively wide variation in molecular weight, and 
composition., distribution. Heterogeneous polymers may be prepared with, for example, 
conventional Ziegler-Natta catalysts. 

On the other hand, homogeneous polymers are typically prepared using metallocene 
or other single-site catalysts. Such single-site catalysts typically have only one type of catalytic 
site, which is believed to be the basis for the homogeneity of the polymers resulting from the 
polymerization. Homogeneous polymers arc structurally different from heterogeneous polymers 
in that homogeneous polymers exhibit a relatively even sequencing of comonorners within a 
chain, a mirroring of sequence distribution in all chains, and a similarity of length of ail chains. 
As a result, homogeneous polymers have relatively narrow molecular weight and composition 
distributions. Examples of homogeneous polymers include the metallocene-catalyzed linear 
homogeneous cthylene/alpha-olefin copolymer resins available from the Exxon Chemical 
Company (Baytown, TX) under the EXACT trademark, linear homogeneous, ethylene/alpha- 
olefin copolymer resins available from the Mitsui Petrochemical Coiporation. under the 
TAFMER trademark, and long-chain branched, metallocene-catalyzed homogeneous 
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ethyleae/alpha-oLefiB. copoIymer .resins available from .fhe .Dow Chemical Company underithe 
AFFINITY trademark. 

Another useful ethylene copolymer is ethyleneArnsaturated ester copolymer, 
which is the copolymer of ethylene and one or more unsaturated ester, monomers. Useful 
unsaturated esters include: 1) vinyl esters of aliphatic carboxylic adds, where the esters have 
from 4 to 12 carbon atoms, and 2) alkyl esters of acrylic or methacrylic acid (collectively, "alkyl 
(rneth)acrylate n ), where the esters .have from .4 to 12 carbon atoms. 

Representative examples of the first ("vinyl ester") group of monomers include 
vinyl acetate, vinyl propionate, vinyl hexanoate, and vinyl 2-ethyihexanoate. The vinyl ester 
monomer may have from 4 to 8 carbon atoms,, from 4 to 6 carbon atoms, from 4 to 5 carbon 
atoms, and preferably 4 carbon atoms. 

Representative examples of the second ("alkyl (meth)acrylate") group of 
monomers include methyl acrylate, ethyl acrylate, isobutyi acrylate, n-butyi acrylate, hcxyi 
aciylate, and 2-ethylhexyi acrylate, methyl methacrylate, ethyi methacrylate, isobutyi 
methacrylate, n-butyi methacrylate, hexyl methacrylate, and 2-ethylhexyl methacrylate. The 
alkyl (meth)acryiate monomer may have from 4 to 8 carbon atoms, from 4 to 6 carbon atoms, 
and preferably from 4 to 5 carbon atoms. 

The unsaturated ester (Le., vinyl ester or alkyl (meth) acrylate) oomoaomer 
contentof (he ethylene/unsaturated, ester copolymer may range .from about .6. to about 18 weight 
%, and from about 8 to about 12 weight % 9 based on the weight of the copolymer. Useful 
ethylene contents of the ethylene/unsaturated ester copolymer include the following amounts: at 
least about 82 weight %, at least, about 85 weight %, at least about .88 weight %, no greater than 
about 94 weight %, no greater than about 93 weight %, and no greater than about 92 weight %, 
based on the weight of the copolymer. 

Representative examples of ethylene/unsaturated ester copolymers include 
ethylene/methyl acrylate, ethylene/methyi methacrylate, ethyiene/ethyi acrylate, ethylene/ethyl 
methacrylate, ethyiene/butyl acrylate, ethylene/2~ethylhexyi methacrylate, and ethyiene/vinyl 
acetate. 

Another useful ethylene copolymer is ethyieue/(meth)acrylic acid, which, is the 
copolymer of ethylene . and. acrylic acid, methacrylic acid, or both. 
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Useful propylene copolymer includes propylene/ethylene copolymers . ("EPC ,, ) J 
which are copolymers of propylene and ethylene having a majority weight % content of 
propylene, such as those having an ethylene comonomer content of less than 10%, less than 6%, 
and at least about 2% by weight 

Ionomer is a copolymer of ethylene and an ethyienically unsaturated 
monocarboxylic acid having the carboxyUcacid groups partially neutralized by a metal ion, such 
as sodium or zinc. Useful ionomers include those/in which sufficient/metal ion is present to 
neutralize from about 10% to about 60% of the acid groups in the ionomer. The carhoxylic acid 
is preferably "(meth)aaylic acid" - which means acrylic acid and/or methacxyiic acid. Useful 
ionomers include those having at least 50 weight % and preferably at least 80 weight % ethylene 
units. Useful ionomers also include those having from 1 to 20 weight percent acid units. Useful 
ionomers are available, for example, from Dupont Corporation (Wilmington, DE) under the 
SURLYN trademark. 

A tie layer (eg,, a second layer) is a layer directly adhered (ue. f directly adjacent) to 
first and third layers, and has the primary function of improving the. adherence, of the first layer to 
the third layer. For example, the film may include one or two tie layers directly adhered to a 
barrier layer and/or one or two tie layers directly adhered to a layer comprising SWNT material. 

A tie layer may comprise SWNT material, Further, a tie layer may comprise one or 
more polymers having grafted polar groups so that the polymer is capable of enhanced bonding to 
polar polymers such as EVOIL Useful polymers fox tie layers include ethylenefansaturated acid 
copolymer, ethylene/unsaturated ester copolymer, anhydride-modified polyolefin, polyur ethane, 
and mixtures thereof. Further exemplary polymers, for tie layers include . one or more of the 
polyamides previously discussed; ethylene/vinyl acetate copolymer having a vinyl acetate 
content of at least about. any of the following: 3, 6, and IS weight %; ethylene/methyl acrylate 
copolymer having a methyl acrylate content of at least about 20 weight %; anhydride-modified 
ethylene/methyi acrylate copolymer having a methyl acrylate content of at least about any of the 
following: 5, 10, 15, and 20 weight %; and anhydride-modified ethyiene/alpha-olefin copolymer, 
such as an anhydride grafted LLDPE. 
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.Modified. polymers or anhydride-modi fied polymersinclude polymers prepared by 
copolymerizing an unsaturated caiboxylic acid (e.g., maleic.acid, fumaric acid), or a derivative such 
as the anhydride, ester, or metal salt of the unsaturated carboxylic acid with — or otherwise 
incorporating the same into — an olefin homopolymer or copolymer. Thus, anhydride-modified 
polymers have an anhydride functionality achieved by grafting or copolymerization. 

Additional Layers of the Fifa 

The film may include one or more layers in addition to the one or more barrier 
layers and/or the one or more: layers ^comprising SWNT material. Such additional layers may 
include one or more tie layers, one or more heat seal layers, an outside layer, an inside layer, one 
or more abuse layers, and one or more bulk or core layers. Any of these layers may comprise 
SWNT material, or maybe substantially devoid of SWNT material. 

Below, are some examples of combinations in which the alphabetical symbols 
designate the layers. Where the film representation below includes the same letter more than 
once, each occurrence of the letter may represent the same composition or a different 
composition within the class that performs a similar function. 

C/A/E, C/B/A/E, C/B/A/B/E, OB/A/B/D/E,. ..C/B/A, C/A,.A/E, E/B/A, C/D/B/A, E/A/E, 
A/B/D/E, C/B/A/B/C. C/B/A/B/E, C/B/A/B/D/E, CVD/B/A/B/E, C/D/B/A/B/D/E, C/B/A/B/C, 
C/B/A/B/E, C7B/A/B/D/E, C/D/B/A/B/E, OD/B/ A/B/D/E 

"A" is a barrier layer, as discussed above. 

"B" is a tie layer, as discussed above. 

"C" is a heat seal layer (i.e., sealant layer), that is, a layer adapted to facilitate the 
heat-sealing of the film to itself or to another object, such as a substrate, as is known in the art 
**D" is a core or bulk layer. 
"E" is an outside (i.e., abuse or print side) layer. 

The C, D, and E layers may comprise one or more of any of the polyolefins, 
ionomers, polyaraides, polyesters, polystyrenes, and polyurethanes described above. The 
amounts, ofany of these polymers may be at least about, or at most about, 50, 60, 70, 80, 90, and 
95 weight % based either on the weight of the .film or a layer of the film comprising the polymer. 
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-Addttitives 

One or more layers of the film may include one or more additives useful in 
packaging .films, such, as, antiblocking agents, slip agents, antifog agents, colorants, pigments, 
dyes, flavorants, .antimicrobial agents, meat preservatives, antioxidants, fillers, radiation 
stabilizers, and antistatic agents. Such additives, and their effective amounts, are known in the 
art 

Modulus of the Film 

The packaging film preferably exhibits a Young's modulus sufficient to withstand 
the expected handling and use conditions. Young's modulus may be measured in accordance 
with one or more of the following ASTM procedures: D882; D5026-95a; D4065-89, each of 
which is incorporated herein in its entirety by reference. The packaging film may have a 
Young's modulus - measured either before and/or after, the exposing step discussed below — of at 
least about and/or at most . about any of die following: 10,000; 15,000; 25,000; 40,000; 70,000; 
80,000; 90,000; 100,000; 150,000; 200,000; 250,000; 300,000; and 350,000 pounds/square inch, 
measured at a temperature of 73°F. Useful ranges for Young's modulus for the film include 
from about 10,000 to about 300,000 psi, from about 15,000 to about 150,000 psi, and from about 
15,000 to about 70,000 psi,.measured at a temperature of 212°F. 

. Appe^ce ChW<;?erirtcs <?f fre film 

Hie packaging film may have low haze characteristics. Haze is a measurement of 
the transmitted ligjit scattered more than 2.5° from the >axis of the incident light Haze is measured 
against the outside layer of the film. As previously discussed, the "outside layer*' is. the outer 
layer of the film that will be adjacent the area outside of the package comprising the fQm. Haze 
is measured according to_thejnethod of ASTMT) 1003, which is incorporated herein, in its entirety 
by reference. All references to "haze" values in this application arc by this standard. The haze of 
the. film. - measured, either. before and/or after the exposing step discussed below - may be no 
more than aboutanyofthe following values: 30% 25%. 20%, 15%, 10%, 8%, 5%, and3%. 

The packaging film may have a gloss as ..measured against the outside layer - 
measured either before and/or after the exposing step discussed below — of at least about any of 



(51) 



JP 2005-200635 A 2005.7.28 



the following values: 40%, 50% f 60% t 63%, 65%, 70%, 75%, 80%, 85%, 90%, and 95%. These 
percentages represent the ratio of light reflected from the sample to the original amount of light 
striking the. sample at .the. designated angle. _ All references to "gloss? values in this application 
are in accordance with ASTM.D.2457 (60* angle), which is incoiporated herein in its entirety by 
reference. ■ - - 

The packaging film may be transparent (at least in the non-printed regions) so that 
a packaged article may be visible through the film.. Transparent" means that the film transmits, 
incident light with negligible scattering and litde absorption, enabling objects (e.g., the packaged 
article or print) to be seen dearly through the filnvunder typical viewing conditions fi e., the 
expected use conditions of the material). The average transparency (i.e., clarity) of the film - 
measured either before. and/or after the exposing step discussed below — may be at least about 
any of the following values: 65%, 70%, 75%, 80%, 85%, and 90%, as measured in accordance with 
ASTMD1746. 

The measurement of optical properties of plastic films, including the measurement 
of total transmission, haze, clarity, and gjoss, is discussed in detail in Pike, LeRoy, "Optical 
Properties of Packaging Materials," Journal of Plastic Film & Sheeting, vol. 9, no. 3, pp. 173-80 
(July 1 993), of which pages 173-80 is incorporated hereiaby reference. 

The packaging film may be non-oriented. Alternatively, the film may be oriented 
in either the machine (i.e., longitudinal), the. transverse direction, or in both, directions (i.e., 
biaxially oriented), for example, to enhance the strength, optics, and durability of the film. The 
film may be oriented in at least one direction by any of the following ratios: at least 2.5;1, from 
about 2.7:1 to about 10:1, at least 2.8:1, at least 2.9:1, at least 3,0:1, at least 3.1:1, at least3.2:l, 
at least 3.3:1, at least.3.4:l, at least 3.5:1, at least 3.6:1, and at least 3.7:1. 

The packaging: film may be non-heat shrinkable - for example, .having a free 
shrink at 185°F (85°C) in each of the machine (longitudinal) and. transverse directions of less than 
about any of the following: 3%, 1%, and 0.5%. Alternatively, the packaging film may be heat 
shrinkable, for example having a free shrink at. 185°F(85°C) in either of the machine or transverse 
directions of at least about any of the following: 5%, 10%, 15%, 40%, 50%, 55%, 60%, and 65%. 
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The free shrink at 185°F (85°Q in either of the machine or transverse directions may also range 
fronrahout.any of the. following: 40 to 150%, 50 to 140%, and 60 to 130%. The film.may have 
unequal free shrink in both directions, that is differing free shrink in the machine and transverse 
directions. The film may not have a heat shrink characteristic in both directions. The free shrink of 
the film is determined by measuring the percent dimensional change in a 10 cm x 10 cm film 
specimen when subjected to selected heat (i.e n at a certain temperature exposure) according to 
. AS.TM D 2732, which is incorporated herein in its entirety by reference. 

As is known in the art, a heat-shrinkable film shrinks upon the application of heat 
while the film is in an unrestrained state. If the film is restrained from shrinking — for example by a 
packaged product around which the film shrinks - then the tension of the heat-shrinkable film 
increases upon the application of heat Accordingly, a heat-shrinkable film that has been exposed to 
heat so that at least a portion of the film is either reduced in size (unrestrained) or under increased 
tension (restrained) is considered a heat-shmnk (La, heat-contracted) film. 

The packaging film may exhibit a shrink tension in at least one direction of any of 
the following: at least 100 psi, 175 psi, from about 175 to about 500 psi, from about 200 to about 
500 psi, from about 225 to about 500 psi, from about 250 to about 500 psi, from about 275 to 
about 500 psi, from about 300 to about 500 psi, and from about 325 to about 500 psL Shrink 
tension is measured at 185°F (85°C) in accordance with ASTM D 2838, which is incorporated 
herein in its entirety by reference. The shrink tension of .the film, should.be low enough for a 
given end use and film. construction so as not to induce an undesired or. premature seal failure or 
delamination. 

The packaging film may be annealed or heat-set to reduce the free shrink either 
slightly, substantially, or completely; or the film may not be heat set or annealed once stretched in 
order thatlhe film will have a high level of heat shrinkability. 

The packaging .film may be manufactured by thermoplastic film-forming 
processes known in the art. The film may be prepared by extrusion or co extrusion utilizing, for 
example, a tubular trapped bubble film process or a flat film (i.e., cast film or slit die) process. 
The packaging .film may also be prepared by applying one or more layers by extrusion coating, 
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adhesive lamination, extrusion, lamination; solvent-borne coating, or by latex coating (e.g., 
spread, out and dried on a substrate). A . combination of these processes.may.also .be employed. 
These processes are known to those of skill in die art. 

In forming the resin mixture for the one or more film layers that comprise the 
SWNT material, the SWNT material may be mixed with polymer before the resin mixture is 

heated or melted for processing to form the film This may help to disperse the SWNT in the 

polymer. Once mixed, die blend can be extruded and processed as discussed above. 

Optional Energy Treatment 

One or more of the thermoplastic layers of die film — or at least a portion of the 
entire film may be cross-linked, for example, to improve die strength of the film, Cross-linking 
may be achieved by using chemical additives or by subjecting one or more film layers to one or 
more energetic radiation treatments - such as ultraviolet. X-ray, gamma ray, beta ray, and high 
energy electron beam treatment — to induce cross-linking between molecules of the irradiated 
material. Useful, radiation dosages include at least about any of the following: 5, 7, 10, 15, 20, 
25, 30, 35, 40, 45, and 50 kGy (kiloGray). Useful radiation dosages include less than about any 
of the following; 150, 130, 120, 110, 100, 90, 80, and 70 kGy. The dosage of the radiation 
utilized for crossl inking may be achieved by a sufficiently low intensity or over a sufficiently long 
duration such that the SWNT material is not significantly structurally disrupted (and the OTR of the 
film is not substantially affected). 

It may be desirable to avoid irradiating a film layer comprising PVdC or a .film 
layer comprising SWNT. To that end, substrate layers may be extruded and irradiated, and the 
PVdC-containing layer and/or the SWNT-containing layer (and subsequent layers) may then be 
applied to the irradiated substrate, for example, by an extrusion coating process. 

All or a portion of one or two surfaces the film may be corona and/or plasma 
treatedjo change. the surface energy of the film, for example, to increase the ability of print or a 
food product to adhere to the film. One type of oxidative surface treatment involves bringing the 
sealant film into .the proximity of an 0 2 - or N 2 -contairung gas (e.g., ambient air) which has been 
ionized. Exemplary techniques are described in, for example, U.S. Patent Nos. 4,120,716 
(Bonet) and 4,879,430 (Hoflman), which are incorporated herein in their entirety by reference. 
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The packaging film may be treated to have a surface energy of at least about 0.034 J/ra\ 
preferably at least about 0.036 J/m 2 , more, preferably at least about 0.038 J/m 2 , and most 
preferably at least about 0.040 J/nr 2 . 

Increasing th e Gas Transmission Rate of the Packaging Film 
The gas. transmission rate of the packaging film comprising SWNT material may be 
increased by exposing the packaging film to an effective amount of radiation energy. 

The effective amount of radiation, energy may comprise, consist o£ or consist 
essentially of one or more of any of the following: 1) non-ionizing radiation, such as visible 
light, inftared light, ultraviolet ligfrl (eg., UVA, UVB, and/or UVC), microwave, and radiowave, 
and 2) ionizing radiation, such as electron beam irradiation, x-ray irradiation, gamma-ray 
irradiation, beta-ray irradiation, and terahertz radiation. The effective amount of radiation energy 
may comprise at least about any of the following amounts - 50%, 60%, 70%, 80%, 90%, and 95% - 
- of any one, or any combination of one or more, of the types of radiation energy previously listed. 
Fox example, the effective amount of radiation energy may comprise at least about 50% non- 
ionizing energy; the effective amount of nonionizing radiation energy may comprise at least about 
50% visible light energy; or the effective amount of ionizing radiation may comprise at least about 
60% electron beam radiation energy, 

The radiation energy amount (e.g., the surface dosage for non-ionizing radiation 
or the absorbed dosage for ionizing, radiation) of the exposing step may be delivered within a 
duration of at most about any of the following: 30, 25, 20, 15, 10, 9, 8, 7, 6, 5, 4, 3, 2, 1, 0.5, 0.1, 
0.05, 0.01, 0.005, and 0.001 seconds; and 500, 150, 130, 110, 100, 90, 80, 70, 60, and 50 
microseconds. The radiation energy amount (e.g., the surface dosage or the absorbed dosage) of 
the exposing step may be delivered within a duration of at least about any of the following: 10, 
20, 30, 40, 50, 60, 70, 80, 90, 100, 150, and 500 microseconds; and 0.001, 0.005, 0.01, 0.05, 0.1, 
0.5, 1, 2, 3, 4, 5, 6, 7, 8, 9, 10, 15, 20, and 25 seconds. The delivery of the radiation amount may 
be substantially continuous during the. duration time period, or may occur in a discontinuous 
manner over the duration time period, for example by any of at least one, at least two, at least 
three, and at least four pulses of radiation, such as a scries of pulses of radiation. 
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If multiple pukes of radiation are used, then.it may be beneficial for the intervals 
between the pulses of radiation energy to be short enough.so that the multiple pulses may have 
cumulative effect. An individual pulse of radiation may have a duration of at least about. any of 
the following values: 10, 20, 30, 40, 50, 60, 70, 80, 90, 100, 200, 300, 400, and 500 
microseconds. An individual pulse of radiation may have a. duration. of at most about any of the 
followng values: 900, 700, 500, 300, 150, 130, 110, 100, 90, 80, 70, 60, and 50 microseconds. 

The duration discussed above may. also be considered a residence time for a 
portion of the packaging film that is in the exposure zone of a radiation delivery device, for 
example, , where die. packaging film is in the form of a continuous , web that travels beneath a 
radiation delivery device, which may be continuously irradiating that portion of the web that 
travels through the radiation exposure zone. 

For nonionizing radiation, the effective amount of radiation energy to increase 
the gas transmission rate of the film may be considered a function of flic radiation intensity (i.e., 
the rate of radiation energy flow per unit area) and the duration of the radiation exposure, to 
achieve an effective surface dose (Le., the radiation energy per unit, area at the surface of the 
packaging film). The relationship between these factors may be illustrated by the following 
equation: (intensity) x (duration) = surface dose. 

The radiation energy exposure step may comprise a non-ionizing . radiation 
intensity (measured at the surface of the packaging film) of at least about any of the following: 
10, 30, 50, 80, 100, 150, 200, 250, 300, 400, 500, 800, 1,000, 1,200, 1,500, and 1,800 mW/cm2; 
and at most about any of the following: 2,000, 1,800, 1,500, 1,200, 1,000, 800, 500, 450, 400, 
350, 300, 250, 200, 150, and 100 raW/cm2. Any of these intensities may occur during one or 
more pulses of radiation, if the radiation: energy is delivered in a discontinuous, manner. 

Effective amounts of non-ionizing radiation energy (measured at the surface of 
the packaging film) of the exposing step delivered during any of the durations discussed. above 
may include at least about any of the following surface doses: 0.01, 0.05, 0.1, 0.5, 1, 5, 10, 20, 
50, 100, 500, 1,000, 5,000, 10,000, and 210,000 mJ/cm2 (i.e., milli-Joules/cm2); and may include 
at most about any of the following surface doses: 0.05, 0.1, 0.5* 1, 5, 10, 20, 50, 100, 500, 1,000, 
5,000, 10,000, 20,000, 50,000, and 60,000 nJ/cm2. 
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The effective amount of radiation .energy may be substantially devoid of microwave 
energy in.the 2,54 nm wavelength range in order to avoid exciting (heating) water or water-bearing 
product (e.g., food) that may be enclosed in a package comprising the .film.. 

With respect to non-ionizing radiation the radiation intensitymay be measured at 
the surface of the packaging film utilizing the types of detectors, filters, and radiometers that are 
correctly calibrated and appropriate for die wavelength ranges of the radiation being measured, 
as is known to those of skill in the art See, for example, A. Ryer, "Light Measurement 
Handbook" (1998, International Light, Inc., Newburyport, MA) T which is incorporated herein in 
its entirety by reference, For example, a silicon detector type may be useful for measuring the 
radiation intensity for radiation wavelengths of from about 250 to about lOSO iim, in conjunction 
with a radiometer such as the IL 1 700 (International light Inc.). 

As is also. known to those of skill in the art, if a broad range of non-ionizing 
radiation wavelengths contribute to the radiation being measured, then one or more filters may 
be used to reduce or eliminate the radiation wavelengths for which a particular detector type is 
not appropriate or optimum, and the previously filtered radiation wavelength ranges may be 
subsequently measured with an appropriate detector while filtering the previously measured 
radiation wavelengths. The total radiation intensity may be calculated by. summing die radiation 
intensities of . the separatcmeasuranents of different wavelength ranges. 

With respect , to ionizing radiation, the effective amount of radiation energy to 
increase, the gas transmission rate, of the film may be characterized as an absorbed dose, which is 
the amount of energy deposited by ionizing radiation in the packaging film. A common unit of 
absorbed dose is the kiloGray (kGy), where IkGy = 1 kJ of energy absorbed per kilogram of 
matter, in this case either :per kg of the packaging film comprising SWNT material or per kg of a 
film layer comprising SWNT material, whichever is specified 

Effective amounts of ionizing radiation energy of the exposing step delivered 
either, to the packaging film; comprising SWNT material or to the film layer comprising SWNT 
material, during any of the durations, discussed above, may include at least about any of the 
following absorbed doses; 0.1, 0.5, 1, 2, 5, 10, 15, 20, 30, 50, 100, and 200 kGy, and may 
include at most about any of the following absorbed doses: 0.5, 1, 2, 5, 10, 15, 20, 30, 50, 100, 
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200, and 300 kGy. Any of these absorbed dosages may occur during one or more pulses of 
radiation, if the.radiation energy is delivered.in .a.discontinuaus manner. 

With respect to ionizing radiation, the radiation absorbed dose may be measured 
utilizing one or more dosimeters and dosimetry techniques that are appropriate for measuring the 
types and amounts of ionizing radiation energy absorbed by the packaging material incorporating 
SWNT material or absorbed by the film layer comprising SWNT material, as may be specified. 
Such dosimeters, dosimetry techniques, and the appropriate calibration .methods are known to 
those of skill in the art See, for example, ASTM £1261-00 "Standard Guide for Selection and 
Calibration of Dosimetry Systems for Radiation Processing," which is incorporated herein in its 
entirety by reference, together with the ASTM standards and reports referenced therein, each of 
which is incorporated, hersinin its entirety by reference. See also, as appropriate, the following 
standard guides and practices from ASTM: E666, E668, E1026, E1204, E120S, E1275, E1276, 
E1310, E1400, E1401, E1431, E1538, E1539, E1540, E1607, E1608, E1631, E1649, E1650, 
El 702,. E1707, E1818, and El 956, each of which is incorporated herein;in its entirety by 
reference. Additional references include W.L. McLaughlin, "The Measurement of Absorbed 
Dose and Dose Gradients," Radiat. Phys. Chem. Vol. IS, pp. 9-38 (1980) and "WJL McLaughlin 
et.al, "Dosimetry Systems for Radiation Processing," Radiat Phys. Chcm. Vol. 46, No.4 T 6, pp. 
1163-74 (1995). As is also known to those of skill in the art, the National Institute of Standards 
and Technology (NIST) Agency of the U.S. Commerce Department's Technology 
Administration, 100 Bureau Drive, Stop 8460, Gaithersburg, MD 20899-8460, provides useful 
calibration services for ionizing radiation dosimetry. 

The effective amount of radiation energy of the exposing step may be sufficient to 
structurally disrupt at least a portion of the SWNT material in the exposed packaging film. The 
term "structurally disrupt" means structurally or chemically deconstruct or reconstruct (e.g^ 
transform) into another structure or. other structures, as for example, by ignition, liberation of 
adsorbed gas or liquid, burning, thermal energy exposure, temperature increase, or rapid rate of 
energy conversion. See, for example, P.M. Ajayan et al, "Nanotubes in a Flash - Ignition and 
Reconstruction," Science, vol. 296, p. 705 (April 26, 2002), which is incorporated in its entirety by 
.reference. The. radiation exposure step may structurally disrupt at least about any of the following 
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amounts of SWNT material present in the packaging film: 50, 60, 70, 80, 90, 95, 99, and 100 weight 

% 

The effective amount of radiation energy of the exposing step may be sufficient 
to result in the perforation (e.g., with a plurality of apertures) of the packaging film or of one or 
more layers of the packaging film. It is believed that the radiation energy may cause a rapid 
heating of the SWNT material, which transfers heat to at least a portion of the packaging film 
polymer in the; vicinity of the SWNT material. Such heat may be generated with sufficient 
quantity and speed that at least a portion of such polymer may he structurally disrupted, resulting 
in deconstructed structures that may tend to be liberated from the film or film layer, resulting in 
the film or one or more film, layers being perforated. 

After the radiation energy exposing step, the packaging film or any of the 
particular layers of the packaging film may be perforated or may be imperforated, The exposed 
packaging film may have any of the gas transmission rates discussed in this application either 
while the film or one or more layers of the film are perforated or while the film or one or more 
film layers are imperforated 

Useful equipment, machines, and methods for providing the various types of 
radiation energy discussed above are known to those of skill in the art, and arc therefore not 
discussed in detail here, For example, the radiation energy may be provided by a photoflash, a 
flashlamp (e.g., pulsed, gas-filled flashlamps), and spark-gap discharge apparatus. The radiation 
energy may also be provided by a pulsed lamp system such as those available from Xenon Corp. 
(Woburn, MA) (e.g., model RC-740, dual lamp and model RC-747 pulsating xenon light) and 
Maxwell Laboratories, Inc. (e_g., Flashbiast Model FB-I0O pulsed light system), and those 
described in U.S. Patents 5,034,235 and 6,449,923. 

... OkYKSB TBWffnWWQ 
The packaging film may have an "initial" oxygen transmission rate, that is, the 

oxygen transmission xate before. thcradiation energy exposure step, of at most about any of the 
following values; 1,000, 500, 400, 300, 200, 150, 100, 50, 45, 40, 35, 30, 25, 20, 15, 10, and 5 
cubic centimeters (at standard .temperature and pressure) per square meter per day per 1 
atmosphere of oxygen pressure differential measured at 0% relative humidity and 23°C. All 
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references to oxygen transmission rate in this application are measured at these conditions 
according to ASTM D-3985. (A reference to the gas transmission attributes of a film that is a 
component of a laminate refers to the gas transmission attributes of the. film itself which can be 
measured by separating the. film from the laminate - for example, by using an. appropriate 
solvent to dissolve the adhesive that bonds films together to form a laminate.) 

The packaging film may have an oxygen transmission rate after the radiation 
energy exposure step that is higher than the oxygen transmission rate of the packaging film 
immediately before the radiation exposure step by at least about any of the following values: 
100; 500; 1,000; 3,000; 5,000; 8,000; 10,000; 15,000; 20,000; 25,000; 30,000; 35,000; 40,000; 
50,000; 100,000; 200,000; 400,000; 800,000; and 1,000,000 cubic centimeters (at standard 
temperature and pressure) per square meter per day per 1 atmosphere of oxygen pressure 
differential measured at 0% relative humidity and 23°C. The packaging film may have an 
oxygen transmission rate after the radiation exposure step that is higher than the oxygen 
transmission rate of the packaging film immediately before the radiation exposure step by at 
most about any of the following values: 3,000; S,000; 8,000; 10,000; 15,000; 20,000; 25,000; 
30,000; 35,000; 40,000; 50,000; 60,000; 70,000; 90,000; 110,000; 200,000; and 400,000 cubic 
centimeters (at standard temperature and pressure) per square meter per day per I atmosphere of 
oxygen pressure differential measured at 0% relative humidity and 23°C. 

The packaging film after the radiation energy exposure step may have an. oxygen 
transmission rate of at least about any of the following values: 100; 500; 1,000; 3,000; 5,000; 
8,000; 10,000; 15,000; 20,000; 25,000; 30,000; 35,000; 40,000; 50,000; 100,000; 200,000; 
400,000; 800,000; and 1,000,000 cubic centimeters (at standard temperature and pressure) per 
square meter per day per 1 atmosphere of oxygen pressure differential measured at 0% relative 
humidity and 23°C. The packaging film after the radiation energy exposure step may have an 
oxygen transmission rate of at most about any of the following values: 3,000; 5,000; 8,000; 
10,000; 15,000; 20,000; 25,000; 30,000; 35,000; 40,000; 50,000; 60,000; 70,000; 90,000; 
110^000; 200,000; and 400,000 cubic centimeters (at standard temperature and pressure) per 
square meter.per. day per.l .atmosphere of oxygen pressure, differential measured at 0% relative 
humidity.and 23°C. 
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Carbon Dioxide Tra nsmission 

The packaging film may have . an "initial" carbon dioxide transmission rate, that , 
is, the carbon dioxide .transmission rate before the radiation energy exposure step, of at most 
about any of the following values: 4,000, 2,000, 1,000, 500, 400, 300, 200, 150, 100, 50, 45, 40, 
35, 30, 25, 20, 15, 10, and 5 cubic centimeters (at standard temperature and pressure) per square 
meter per day per 1 atmosphere of carbon dioxide pressure differential measured at 0% relative 
humidity and 23 °C. All references to carbon dioxide, transmission rate in this application are 
measured at these conditions using methodology analogous to ASTM D-3985, adapted for 
carbon dioxide rather than oxygen. 

The packaging film may have a carbon dioxide transmission rate after the 
radiation energy exposure step that is higher than the carbon dioxide transmission rate of die 
packaging film immediately before the radiation exposure step by at least about any of the 
following values: 100; 500; 1,000; 3,000; 5,000; 8,000; 10,000; 15,000; 20,000; 25,000; 30,000; 
35,000; 40,000; 50,000; 100,000; 200,000; 400,000; 800,000; and 1,000,000 cubic centimeters 
(at standard temperature and pressure) per square meter per day per 1 atmosphere of carbon . 
dioxide pressure differential measured at 0% relative humidity and 23 °C. The packaging film 
may have a carbon dioxide transmission rate after the radiation exposure step that is higher than 
the carbon dioxide transmission rate of the packaging, film immediately before the radiation 
exposure step by at most about any of the following values: 3,000; 5,000; 8,000; 10,000; 15,000; 
20,000; 25,000; 30,000, 35,000; 40,000; 50,000; 60,000; 70,000; 90,000; 110,000; 200,000; and 
400,000 cubic centimeters (at standard temperature and pressure) per square meter per day per 1 
atmosphere of carbon dioxide pressure differential measured at 0% relative humidity and 23°C. 

The packaging .film after the radiation energy exposure step may have. a. cazbon . 
dioxide transmission rate of at least about any x>f the following values: 100; 500; 1,000; 3,000; 
5,000; 8,000; 10,000; 15,000; 20,000; 25,000; 30,000; 35,000; 40,000; 50,000; 100,000; 
200,000; 400,000; 800,000; and 1,000,000 cubic centimeters (at standard temperature and 
pressure) per square; meter per day per 1 atmosphere of carbon dioxide pressure differential 
measured at 0% relative humidity and 23 °C. The packaging film after the radiation energy 
exposure step may have a carbon dioxide transmission rate of at most .about.any of the following 
values: 3,000; 5,000; 8,000; 10,000; 15,000; 20,000; 25,000; 30,000; 35,000; 40,000; 50,000; 



(61) 



JP 2005-200635 A 2005.7.28 



60,000; 70,000; 90,000; 110,000; 200,000; and 400;000 cubic centimeters (at standard 
temperature and pressure) per square meter per day pa- 1 atmosphere of carbon dioxide pressure 
differential measured at 0% relative humidity and 23°C. 

Water Vappr TimTOfflin" 

The packaging, film may have an •'initial" water vapor transmission Tate, that is, 
the water vapor transmission rate beforethe radiation energy exposure step, of at most about any 
of the following values: ISO, 100, 80, 60, 50, 40, 20, IS, 10, 5, 1, and 0.5 grams/100 in 2 .24hours 
(100% humidity, 23°C) measured according to ASTM F 1249-01 (for values at 20 grams or 
lower) and ASTM E 96 (for values above 20 grams). All references to water vapor transmission 
rate in this application are measured at these, conditions. 

The packaging film may have a water vapor transmission rate after the radiation 
energy exposure step that is higher than the water vapor transmission rate of the packaging film 
immediately before the radiation exposure step by at least about any of the following values: 
500, 400, 300, 250, 200, 150, 100, 80, 60, SO, 40, 20, 15, 10, and 5 grams/100 in 2 .24hours (100% 
humidity, 23°C). The packaging film may have a water vapor transmission rate after the 
radiation exposure step that is higher than the water vapor transmission. rate of the packaging, 
film immediately before the radiation exposure step by at most about any of the following 
values: 1,000, 750, 500, 400, 300, 250, 200, 150, 100, 80, 60, 50, 40, 20, 15, and 10 grams/100 
in 2 .24hours (100% humidity, 73 °F). 

The packaging film after the radiation energy exposure step may. have a water 
vapor transmission rate of at least about any of die following values: 500, 400, 300, 250, 200, 
150, 100, 80, 60, 50, 40, 20, 15, 10, and 5 grams/100 in 2 .24hoTirs (100% humidity. 23°C). The 
packaging film after the radiation energy exposure step may have a water vapor transmission rate 
of at most about any of the following values: 1,000, 750, 500, 400, 300, 250, 200, 150, 100, 80, 
60, 50, 40, 20, 15, and 10. The packaging film after the radiation energy exposure step may have 
any of the above water vapor transmission rates while also not allowing the transmission of 
liquid water through the film. 
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Use of the Packaging Film 

The packaging film may be used in or as part of packaging where it is useful for the 
enclosed interior space of the package to maintain a modified atmosphere for a desired initial time 
period, then to allow the enclosed interior space of the package to change (e.g., rapidly change) to 
an atmosphere approaching ambient air after the initial time period. 

For example, the modified atmosphere of the interior space of the package may have 
a high oxygen, carbon dioxide, or nitrogen content relative to ambient air (e.g., at least about any of 
the following: 70, 80, 90, 95 volume % oxygen, carbon dioxide, or nitrogen) or a low oxygen 
content .relative to ambient air (e.g., less than about any of 10, 5, 1, 0.5, and 0.05 volume % 
oxygen). After the desired initial time period, the packaging film of the package may be exposed to 
die effective amount of radiation energy discussed above to effect an increase in gas permeability of 
the packaging film. This may result in an increase in the exchange rate of transfer of gas from the 
interior space of the package (e.g., the modified atmosphere) through the exposed packaging film to 
fee ambient atmosphere - and the transfer rate from the ambient atmosphere to the interior of the 
package, such that, atmosphere of the ..interior space of flic package may approach the gas 
concentrations of ambient air. 

For example, red meat may be packaged within a low-oxygen modified 
atmosphere in the interior of a package incorporating the packaging film to extend.thc . shelf life 
of the packaged fresh, red meat.. The fresh "red" meat packaged in the lowroxygen atmosphere 
may actually, have a purple color. At a desired point (e.g., after the package arrives at a 
supermarket or other retail outlet), the packaging film of the package may be exposed to die 
effective amount of radiation energy to increase the permeability of fee packaging film. Oxygen 
from ambient air may transfer to the interior space of the package and cause the meat to "bloom" 
to a desired red color. 

The packaging film may be incorporated into, formed into, or used as part of any 
of the following: bag, bottle, casing, container, laminate, lid, liner, pouch, receptacle, tray, tubes, 
formed.or non-formed web, and wrap. For example, the packaging film may be used as. a liner 
of a tray or as a lid sealed to a tray. A package comprising the packaging film may be . used, for 
example, to package a liquid product, a solid product, and/or a food product (e.g., ground or 
processed meat products and fresh red meat products such as poultry, pork, beef, sausage, lamb, 
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goat, horse, and fish.). Useful package configurations .include, end-seal bag, side-seal bag, L-seal 
bag, pouch, and seamed casing (e.g., back-seamed tubes by forming an overlap or fin-type seal). 

The following examples are presented for the purpose of further illustrating and 
explaining the present invention and arc not to be taken as limiting in any regard. Unless 
otherwise indicated, all parts and percentages are by weight 

Examples 

SWNT material was manufactured by the arc discharge method and subsequently 
purified. The purified SWNT material was fiinctionalized by esterification of the nano tube- 
bound carboxyiic acids. To do so, AW-dicyclohexyl carbodiimide (DCC, 400 mg, 1.2 nunol), 
4-dimethyianiino pyridine {DMAP, 66. mg, 0.3 mmol) and 1 -hydroxybenzotriazole (HOBT, 130 
mg, 0.6 mmol) were dissolved in dimethyl sulfoxide (DMSO, 15 mL). The purified SWNT 
material (166 mg) was added to the solution, followed by sonication for 1 hour. Then, a solution 
of polyvinyl alcohol (PVOH) in DMSO (166 mg/mL, 10 mL) was added, and the mixture was 
sonicated for another 24 hours. The dark suspension thus obtained was centrifoged at 7,200 rpm. 
The supernatant was a dark colored solution of the fonctionalized SWNT material. Upon the 
removal of solvent, the black solid sample was first washed thoroughly with acetone. The 
resulting purified fiinctionalized SWNT material was subsequently solubilized in water. 

Polyvinyl alcohol (PVOH) from Dupont under the ELVANOL 50-42 mark 
(partially hydrolyzed 87%-89%) was dissolved into the functionalized SWNT material/water 
solution to form a PVOH-SWNT solution having a total solids content of 6 weight % and a 
weight ratio of PVOH.ta SWNT material of 100: 1 . 

Example 1,, 

The PVOH-SWNT solution described above was cast onto a 2 mil film of 
propylene-ethylene copolymer (Escorene PP-9302 from ExxonMobil) that had been corona 
treated to increase wettability. Casting- was conducted with a #32 Meyer rod. Multiple passes 
were made with a drying step between passes. Drying was conducted in a forced air oven held at 
60°C for 45 minutes. The final PVOH-SWNT coating thickness was 0.3 mils. The PVOH- 
SWNT coating was optically transparent. The total film thickness of the resulting Example 1 
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film was about_2.3 mils. 

Example 2 

The PYOHrSWNT solution described above was cast onto a 1 mil polylactic acid 
(PLA) film from Cargill-Dbw to form a PLA film having a 0.3 mil thick PVOH-SWNT coating, 
using method similar to that used to form Example 1. The PVOH-SWNT coating was optically 
transparent. The total film thickness of the resulting Example 2 film was about 1 .3 mils. 

Comparison 1 

Comparison 1 was a 2 mil. film of propylene-ethylene copolymer (Escorene PP- 
9302 from ExxonMobil) that was the same as the propylene-ethylene copolymer film used in 
making Example 1. 

, CsxBEsrisasJL 

PVOH from Dupont under the ELVANOL 50-42 mark_ (partially hydrolyzed 
87%-89%) was dissolved in water to form a solution containing 6 weight % solids. To form the 
Comparison 2 film, the solution was cast repeatedly onto a corona-treated, 2 mil film of 
propylene-ethylene copolymer (Escorene PP-9302 from ExxonMobil) to form a film having a 
2.3 mil total thickness and a 0.3 mil PVOHr«>ating. 

A 1 mil PLA film of the type used in Example 2 was coated with a 0.3 mil PVOH 
coating using a method similar to that used to form Comparison 2 to form a film having a total 
thickness of about 1 J mils. 

The Example 1 and Comparison 2 films were subjected to a duration of pulsed 
broadband radiation (wavelengths of 200 run to 1,000 nm) from a xenon lamp (RC-74? Pulsating 
xenon light, 4.2-inch spiral lamp from Xenon Corporation, Wobum, MA), 10 pulses/second, at a 
distance of 38 mm from the film. The Example 2 and Comparison 3 films were exposed to 
duration . of radiation energy exposure of broadband radiation using the same conditions, but at a 
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distance of 38mm or 50mm as shown in Table 2. Information from Xenon Corp. shows that the 
lamp has. an. intensity of 177 mW/cra2 measured at the center 1.1 inches (27.94 mm) from the 
face of the lamp housing window, using the average of three readings each lasting 3.0 seconds. 
The equipment used.for these readings was International .light IL1700 Meter / SED033, "B" 
filter, QNDS-2, with ditfuser. 

Subsequent to irradiation, the oxygen transmission rate (OTR) of the Example 1-2 
and Comparison 2-3 films were measured according to ASTM D-3985 on an Illinois Instruments 
8500 Oxygen Permeability analyzer and reported as cubic centimeters (at standard temperature 
and pressure) per square meter per day per 1 atmosphere of oxygen pressure differential 
measured at 0% relative humidity and 23°C. (The test sample size was about 5.5 inches by about 
5.5 inches square to result in an about 425 inch diameter circle of actual test area for the film.) 
Also, the oxygen transmission rate of the . non-irradiated. Comparison 1 film was also evaluated 
under these conditions... The results are presented in Tables 1 and 2. 



Table 1 



Eilm 


Description 


Duration of UV-pulse 
exposure (seconds @ 38 mm) 


OTR* 


Comparison 1 


PP 


None 


3900 


Comparison 1 


PP 


None 


3420 


Comparison 2 


PP w/ PVOH 


None 


59 


Comparison 2 


PP w/ PVOH 


6 


54 


Example 1 


PP w/ SWNT-P VOH 


None 


30 


Example 1 


PP w/ SWNT-PVOH 


None 


27 


Example 1 


PP w/ SWNT-TVOH 


4 


28 


Example I . 


PP w/ SWNT-PVOH 


4 


32 


Example 1 


PP w/ SWNT-PVOH 


5 


31 


Example 1 


PP w/ SWNT-PVOH 


5 


>100,000 


Example 1 


PP w/ SWNT-PVOH 


5 


>100,000 


Example 1 


PP w/ SWNT-PVOH 


6 


3940 


Example 1 


PP w/ SWNT-PVOH 


6 


3860 



*cc (STP)/m2.day at 1 atmosphere Q2 difTeroitial (0% RH, 23°C). 



As shown in Table 1, the oxygen transmission rates of the Example 1 film 
exposed to six seconds of the pulsed broadband radiation (3940 and 3860 cc/m2.day) were much 
higher than the oxygen transmission rates of the Example 1 films that . were not exposed to the 
broadband radiation (3.0..and..27 cc/m2.day) - and are similar to the oxygen transmission rates of 
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the Comparison 1 films, which did not contain, the PVOH barrier layer (3900 and 3420 
cc/m2/day). This result indicates that the exposure of the Example 1 film to the .radiation energy 
in essence effectively eliminated the oxygen..barrier .attributes provided to the Example 1 .film by 
the barrier layer of PVOH. 

Also as shown in Table 1, the oxygen transmission rates of the Example 1 film 
exposed to five seconds of the pulsed broadband radiation (>100,000 cc/m2.day) were much 
higher than the oxygen transmission rates of the Example 1. films that were not exposed to the 
broadband radiation (30 and 27 cc/m2.day) - and were also much higher than the oxygen 
toaismission rates of the Comparison 1 films, which did not contain a PVOH barrier, layer (3900 
and 3420 cc/m2/day). The Example 1 film (5 second exposure) had a plurality of pinholes (i.e., 
apertures) extending through the thickness of the film, such that the film was effectively 
perforated to provide an extremely high oxygen transmission rate. This result is particularly 
suiprising and unexpected in that it is believed that the structural disruption of the SWNT 
material and/or the localized heat generated by the SWNT material not only caused a significant 
increase in the oxygen transmission rate through the barrier layer of PVOH that incorporated the 
SWNT material, but also caused a significant increase in the oxygen transmission rate through 
the adjacent film, layers that did. not incorporate SWNT material by creating apertures through 
the thickness of the entire film that contained SWNT material in. only one layer of the film. 



Tabic 2 



Film 


Description 


Duration of UV-pulse 

exposure 
(seconds / distance) 


OTR* 


Comparison 3 


PLA 


None 


1230 


Example 2 


PLAw/SWNT-PVOH 


None 


28 


Example 2 


PLAw/SWNT-PVOH 


None 


31 


Example 2 


PLAw/SWNT-PVOH 


2 sec / 50 mm 


27 


Example 2 


PLAw/SWNT-PVOH 


2 sec /38 mm 


30 


Example 2 


PLAw/SWNT-PVOH 


3 sec/ 38 mm 


27 


Example 2 


PLAw/SWNT-PVOH 


4 sec /38mm 


27 


Example 2 


PLAw/SWNT-PVOH 


5 sec / 50 mm 


24 


Example2 


PLAw/SWNT-PVOH 


5 sec / 38 mm 


30 


Example 2 


PLAw/SWNT-PVOH 


5 sec/ 38 mm 


>100,0<K) 


Example 2 


PLAw/SWNT-PVOH 


6 sec/ 38 mm 


>100,000 


*cc (STP)/m2.day.at 


I atmosphere 02 differential (0% RH, 23°C), 
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As shown in Table 2, the oxygen transmission rate of an Example. 2 film exposed 
to five seconds of the pulsed broadband radiation (>1 00,000 cc/m2.day) and an Example 2 film 
exposed to six seconds of the pulsed broadband radiation (>100,000 cc/m2.day) were much 
higher. than the oxygen .transmission rates . of the Example 2 films that were not exposed to the 
broadband radiation (28 and 31 cc/m2.day) - and were; also much .higher than the oxygen 
transmission rate of the Comparison 3 film, which does not contain a PVOH barrier layer (1230 
cc/m2/day). These exposed Example 2 .films, having the >100,000 cc/m2.day oxygen 
transmission rate had a plurality of pinholes (i.e., apertures) extending through the thickness of 
the film, such that the film was effectively perforated. This result is particularly surprising and 
uncxpectedfor the reasons stated above in conjunction with Table 1. 

Any numerical ranges recited herein include all values from the lower value to the 
upper value in increments, of . one unit provided that there is a separation of at least 2 units 
between any lower value and any higher value, As an example, if it is stated that the amount of a 
component or a value of a process variable (e.g., temperature, pressure, time) may range .from 
any of 1 to 90, 20 to 80, or 30 to 70, or be any of at least 1, 20, or 30 and at most 90, 80, or 70, 
then it is intended that values such as 15 to 85, 22 to 68, 43 to 51, and 30 to 32, as well as at least 
15, at least 22, and at most 32, are expressly"enuraerated.in.tMsspedfi(^ For values that are 
less than one, one unit is; considered to be 0.0001, 0,001, 0.01 or. 0.1 as appropriate. These are 
only examples of what is specifically intended and all possible combinations of numerical values 
between the lowest value and the highest value enumerated are to be considered to be expressly 
stated in this application in a similar manner. 

The above descriptions are., those of preferred embodiments of die invention. 
Various alterations and changes can be made without departing from the spirit and broader 
aspects of the invention as defined in the claims, which arc to be interpreted in accordance with 
the principles of patent law, including the doctrine of equivalents. Except in the claims and the 
specific examples,.. or. where otherwise expressly indicated, all numerical quantities in this 
description indicating amounts of material, reaction .. conditions, use conditions, molecular 
weights, and/or number of carbon atoms, and the like, are to be understood as modified by the 
word "about" in describing the broadest scope of the invention. Any reference to an item in the 
disclosure or to an element in the claim in the singular using the articles tt a, n "an," °the, tt or 



(68) 



JP 2005-200635 A 2005.7.28 



"said" is not to be construed as limiting the item or element to the singular unless expressly so 
stated. All references to ASTM tests" are to. thcniost recent, currently approved, and published 
version of die ASTM. test, identified, as of the priority filing date of this application. Each such 
published ASTM test method is incorporated herein in its entirety by this reference. 
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Brief Descript ion of Drawings 

Figure 1 is a representational cross-section of a packaging film of one 
embodiment of the invention. 

Figure 2 is a representational cross-section of a packaging film of another 
embodiment of the invention. 
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C la i m s 

1. A method of increasing the gas transmission rate of a packaging film comprising 
thesteps.ofi 

providing a packaging film comprising at least . about 0.001 weight % of single- 
walled carbon nanotube material based on the weight of the film; and 

exposing the packaging film to an amount of radiation energy effective to increase 
the oxygen transmission rate of the packaging film by at least , about . 100 cubic ..centimeters (at 
standard temperature and pressure) per square meter per day per 1 atmosphere of oxygen 
pressure differential measured at 0% relative humidity and 23 °C 

2. The method of claim 1 wherein the radiation energy amount comprises a surface 
dose of non-ionizing.radiation of at least about 0,0 1 mJ/cm2 that is delivered within a duration of 
at most, about 30 seconds. 

3. The method of claim 1 wherein the radiation energy amount comprises a surface 
dose of non-ionizing radiation of at least about I mJ/cm2 that is delivered within a duration of at 
most about 1 0 seconds. 

4. The method of claim 1 wherein the radiation exposure step comprises a radiation 
intensity of non-ionizing radiation at the surface of the packaging film of at least about 10 
mW/cm2. 

5. The method of claim 1 wherein the radiation exposure step comprises a radiation 
intensity of non-ionizing radiation at .the surface of the packaging film, of at least about 50 
raW/cml 
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6. The method of claim 1 wherein the radiation exposure step comprises a radiation 
intensity of non-ionizing radiation at the surface of the packaging film of at least about 100 
mW/cm2. 

7. The method of claim 1 wherein the radiation exposure step comprises a radiation 
intensity of non-ionizing radiation at the surface of the packaging film of at least about 500 
mW/cm2. 

8. The method of claim 1 wherein the radiation energy amount comprises an 
absorbed dose of ionizing radiation absorbed by the packaging film of at least about 0.1 kGy that 
is delivered within a duration of at most about 30 seconds. 

9. The method of claim 1 wherein the radiation energy amount comprises an 
absorbed dose of ionizing radiation absorbed by the packaging film of at least about 10 kGy that 
is delivered within a duration of at most about 5 seconds. 

10. The method of claim 1 wherein: 

the packaging film of the providing step comprises at least one layer comprising 
at least about 50 % of the single-walled carbon nanotube material by weight of the total amount 
of single- walled carbon nanotube material in the packaging film; and 

the radiation energy amount comprises an absorbed, dose of ionizing radiation 
absorbed by the at least one layer of at least about 0.1 kGy that is delivered within a duration of 
at most about.30 seconds. 

1 1 . The method of claim 1 wherein: 

the packaging film of the providing step comprises at least one layer comprising 
at least about 50 % of the single-walled carbon nanotube material by weight of the total amount 
of single- walled carbon nanotube. material in the packaging film; and 
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the radiation energy amount comprises an absorbed dose of ionizing radiation 
absorbed by the at least one layer of at least about 10 kGy that is delivered within a duration of at 
most about 5 seconds. 

12. The method of . claim . 1. wherein the packaging: film of die providing step has an 

oxygen transmission rate of at most about. 100 cubic centimeters (at standard temperature and 
pressure) per square meter per day per 1 atmosphere of oxygen pressure differential measured at 
0% relative humidity and 23°C. 



13. The method of claim 1 wherein the packaging film of the providing step has an 

oxygen transmission rate of at most about 50 cubic centimeters (at standard temperature and 
pressure) per square meter per day per 1 atmosphere of oxygen pressure differential measured at 
0% relative humidity and 23°C. 

14- The method of claim 1 wherein the packaging film of the providing, step has an 

oxygen transmission rate of at most about 10 cubic centimeters (at standard temperature and 
pressure) per square meter per day per 1 atmosphere of oxygen pressure differential measured at 
0% relative humidity and 23°C. 

15. The method of claim 1 wherein the exposing step increases the oxygen 

transmission rate of the packaging film by at least about 1,000 cubic centimeters (at standard 
temperature and pressure) per square meter per day per 1 atmosphere of oxygen pressure 
differential measured at 0% relative humidity and 23 °C. 

16- The method of claim 1 wherein the exposing step increases the oxygen 

transmission rate of the packaging film by at least about 10,000 cubic centimeters (at standard 
temperature and pressure) per square meter , per day per 1 atmosphere of oxygen pressure 
differential measured at 0% relative humidity and 23°C. 



17. 



The method of claim 1 wherein: 
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the packaging film of the providing step has an oxygen transmission ..rate of at 
most about 100 cubic centimeters (at standard temperature.and pressure) per square meter per 
day per 1 atmosphere of oxygen pressure differential measured at 0% relative iumidity and 
23°C; and 

the packaging film after the exposing step has an oxygen transmission rate of at 
least about 1,000 cubic centimeters (at standard temperature and pressure) per square meter per 
day per 1 atmosphere of. oxygen pressure differential measured at 0% relative humidity and 
23°C. 

18. The method of claim 1 wherein the packaging film of the providing step 
comprises: 

100 weight parts oxygen barrier- polymer selected from one or more of 
ethylene/vinyl alcohol copolymer, polyvinyl alcohol, vinyiidene chloride polymer, polyalkylene 
carbonate, polyester, polyacrylonitrile, and polyamide; and 

at least about 0.001 weight parts of the single-walled carbon nanotube material 
per 100 weight parts oxygen barrier polymer. 

19. The method of claim 18 wherein the packaging film of the providing step 
comprises at least one layer comprising at least a portion of the oxygen barrier polymer and at 
least a portion of die single-walled carbon nanotube. material. 

20. The. method, of. claim .18 wherein the packaging film of the providing Step 
comprises at least one layer comprising at least about 50 % of the oxygen barrier: polymer by 
weight of the total amount of oxygen barrier polymer in the packaging film and at least about 50 
% of the single-walled carbon nanotube material by weight of. the total amount of single-walled 
carbon nanotube material in the packaging film. 

21. The method, of. claim. 18 wherein the packaging film of die providing step 
comprises at least one layer comprising at least about 90 % of the oxygen barrier polymer, by 
weight of the total amount of oxygen barrier polymer in the packaging film and. at least about 90. 
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% of the single-walled carbon nanotube material by weight of the total amount of single-walled 
carbon nanotube material ia the packaging film. 

22. The method of claim 1 8 wherein:. 

die oxygen barrier polymer comprises ethylene/ vinyl alcohol copolymer; and 
the packaging film of the providing step comprises at least about 0.1 weight parts 
of the single-walled carbon nanotube material per 100 weight parts oxygen barrier polymer. 

23 . The method of claim 1 8 wherein: 

the oxygen barrier polymer comprises vinylidene chloride polymer; and 
th^ packaging film of the providing step comprises at least about 0.1 weight parts 
of the single-walled carbon nanotube material per 100 weight parts oxygen barrier polymer. 

24. The method of claim 1 8 wherein : 

the oxygen barrier polymer comprises polyamide; and 

die packaging film of the providing step comprises at least about 0.1 weight parts 
of the single-walled carbon nanotube material per 100 weight parts oxygen barrier polymer. 

25. The method of claim 18 wherein the packaging film of the providing step 
comprises: 

100 weight parts oxygen barrier polymer, selected from one or more of polyvinyl 
alcohol, polyalkylene carbonate, polyester, and poiyacrylonitrile; and 

at least about 0,1 weight parts of the single-walled carbon nanotube material per 
1 00 weight parts oxygen barrier polymer. 

26. The method of claim 1 wherein the step of exposing to the effective amount of 
radiation energy occurs within at most about 30 seconds. 

27. The method of claim I wherein the step of exposing to the effective amount of 
radiation energy occurs within at most about 10 seconds. 
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28. The method of claim 1 wherein the step of exposing to the effective amount of 
radiation energy occurs within at most. about 1 second. 

29. The method of claim 1 wherein the step of exposing to the effective, amount of 
radiation energy occurs within at most about 0.01 seconds. 

30. The method of claim 1 wherein the radiation exposure step comprises exposing to 
an effective amount of non-ionizingradiation comprising at least about. 50% visible light energy. 

31. The method of claim 1 wherein the radiation exposure step comprises exposing to 
an effective amount of non-ionizing radiation comprising at least . about . 50% inftared light 
energy. 

32. The method of claim 1 wherein the radiation exposure step comprises exposing to 
an effective amount of non-ionizing radiation comprising at least about 50% ultraviolet light 
energy. s 

33. The method of claim 1 wherein the radiation exposure step comprises exposing to 
an effective amount ofionizing radiation comprising at least about 50% electron beam energy. 

34. The method, of claim i wherein the radiation exposure step comprises exposing to 
an effective amount of ionizing radiation comprising at least about 50% x-ray energy. 

35. The. method of claim 1 wherein die effective amount, of radiation, energy of the 
exposing step is delivered discontinuously by at least two pulses. 

36. The method .. of claim 1 wherein the packaging film of the providing step 
comprises at least one layer comprising, at least. .about 0.5 weight. % single-walled. carbon 
nanotube material by weight of the layer. 
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37. The method __of claim 1 wherein the packaging film of the providing step 
comprises.atleastone layer comprising at least about 1 weight % singlc-walled carbon nanotube 
material by weight of the layer. 

38. The method of claim 1 wherein fee packaging film of the providing step 
comprises at least one layer comprising at least about 5 weight % .of single-walled carbon 
nanotube material by weight of the layer. 

39. The method of claim 1 wherein the exposing step structurally disrupts at least a 
portion of the single-walled carbon nanotube material present in the packaging film of the 
providing step. 

40. The method of claim 1 wherein the exposing step structurally disrupts at least 
about 50 weight % of the single-walled carbon nanotube. material present in the packaging film 
of the providing step. 

4 1 . The method of claim 1 wherein: 

the packaging film of the providing step is imperforated; and 
the exposing of the packaging film.to.the effective amount of radiation energy 
causes the packaging film to be perforated with a plurality of apertures. 

42. The method of claim I wherein: 

the packaging film of the providing step comprises a first layer comprising: 

at least about 50 % of the single-walled carbon nanotube material by 
weight of the total amount of single-walled carbon .nanotube. material in die packaging 
film; and 

a thickness of at.most about 50. % of the total thickness of the packaging 

film; 

the packaging film of the providing step is imperforated; and 
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the exposing of the packaging film to the effective amount of radiation. energy 
causes the packaging film to be perforated with a plurality of apertures. 

43. The method of claim 1 wherein the packaging film comprises: 
an outer layer of the film; and 

one or more discontinuous regions supported by the . outer layer of the film, 
wherein the one or more .discontinuous, regions comprise, at . least a portion of the single-walled 
carbon nanotube material. 

44. The method of claim 1 wherein the packaging film comprises: 
an outer layer of the film; and 

one or more discontinuous regions supported . by the outer layer of the film, 
wherein the one or. more discontinuous regions comprise thermoplastic polymer and at least a 
portion of the single-walled carbon nanotube material. 

45. A packaging film comprising at least one layer comprising: 

100 weight parts of oxygen barrier polymer selected from one or more of 
ethylene/vinyl alcohol copolymer, polyvinyl alcohol, vinylidene chloride polymer, polyalkylene 
carbonate, polyester, polyactylonitrile, and polyamide; and 

at least about 0.001 weight parts of single-walled carbon nanotube material per 
1 00 weight parts oxygen.banier polymer. 

46. The film of claim 45 wherein the at least one layer comprises at least about 50% 
oxygen barrier polymer and at least about 0.001% single-walled nanotube material based on die 
weight of the at least one layer. 

47. The film of claim 45 wherein the at least one layer comprises ..at. least about 80% 
oxygen barrier polymer and at least about 0.1% single-walled nanotube material based on the 
weight of the at least one layer. 
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48. The film of claim 45 wherein the oxygen barrier polymer comprises 
ethylene/vinyl alcohol copolymer. 

49. The film of claim 45 wherein the oxygen barrier polymer comprises vinylidene 
chloride polymer. 

50. The film of claim 45 wherein the oxygen barrier polymer is selected from one or 
more of polyvinyl alcohol, polyalkylene carbonate, polyester, polyacrylonitrile, and polyamide. 

51. The film of claim 45 wherein the packaging film of the providing step has an 
average transparency of at leastabout 85%. 

52. A packaged food product comprising: 

a package comprising die packaging film of claim 45 and defining an interior 

space; 

a food product enclosed in the interior space of the package; and 
a modified atmosphere enclosed in the interior space of the package. 

53. A method of supplying a packaged food product comprising the following steps: 
providing the packaged food product of claim 52; and 

exposing the packaging film of the packaged food product to an amount of 
radiation energy effective to increase the oxygen transmission rate of the packaging film by at 
least about 100 cubic centimeters (at standard temperature and pressure) per square meter per 
day pea* 1 atmosphere of oxygen pressure differential measured at 0% relative humidity and 
23°C. 

54. A packaging film comprising: 
at least one layer; and 
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one or more discontinuous regions supported by the at least one layer, wherein the 
one or more discontinuous regions comprise at least about Q.00.1. weight. % of single-walled 
carbon nanotube material. based on the weight of the film. 

55. The film of claim 54 wherein the at least one layer is an outer layer of the film. 

56. The film of claim 54 wherein the at least one layer is an internal layer of the film, 
whereby the one or more discontinuous regions are between at least two layers of the film, 

57. The film of claim 54 wherein die one or more discontinuous regions comprise one 
or more thermoplastic polymers. 

58. The film of claim 57 wherein the. film comprises: 

1O0 weight parts of oxygen barrier polymer selected from, one or more of 
ethyiene/vinyl alcohol copolymer, polyvinyl alcohol, vinylidene chloride polymer, polyalkyiene 
carbonate, polyester, polyacryionitrile, and polyamide; and 

at least about 0.001 weight parts of single-walled carbon nanotube material per 
1 00 weight parts oxygen barrier polymer. 

59 - T*i c film of claim 58 wherein the one or more discontinuous regions comprise one 
or more printing inks. 

60 - A method of increasing the gas transmission rate of a packaging film comprising 
the steps of; 

providing a packaging film comprising at least about 0.001 weight % of single- 
walled carbon nanotube material based on the weight of the film; and 

exposing die packaging film to an amount of.radtalion energy effective to increase 
the water vapor transmission rate, of the packaging film, by at least about 5 grams/100 in 2 .24hours 
(100%humidity,.25°C). 
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1 • Ab stract 

A method of increasing the gas transmission rate of a packaging film comprises 
providing a packaging film that .comprises at least about 0.001 weight % of single-walled carbon 
nanotube material based on the weight of (he film. The packaging film is exposed to an amount 
of radiation energy effective to increase the oxygen transmission rate of the packaging film by at 
least about 100 cc (ST?)/m2. day (1 atm, 0% RH, 23 °C). 



2. Representative 
Fig. 1 



D r awing 
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Fig. 2 
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